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c 0 0 0 4 ] »iksi«i(ca$ne^H'S(c(i. » 

1 o-< 1 5 mommtfimiitimmmuctt 

[00 0 5] C©J:^<rffliftKfflc>6ns^at©«^ 
( 0 0 0 6 ] m^<o&s i^ri±ammnm 

(00071 U3J>0«£««6. »J:Kft»Sh49-<>/'! 

(00081 TJi*)^. *-ns^m©fia«c*-5i66a«: 
titc K 'J JW^^V :7'«ffl(,^t:«ul%»9lr SfflSti . S>i> 

ms.m'M^fc^c6v. ^i^rhia^vi^-^ 

(00091 06 tcte#©— «W/i»jS«:5T^-r. (a 6 «: 

B«Rtr5iA#i OB. iaa/tj5©CiS*«a-r */!:««)© 
iB2o*ra-ri«fi©sfeM^— »yi 8©4-5©er 

(00 I 01 L3>>b'5:«i6. $t{Ciia:Snfcir-i/>y 
(felT. cn<: fJKB-Jr-i^^i'j itO) ©'t>*©7\ 
*jfil/r. :J^©<r-J^>y (1«T. cn* rrtlM^r-x 

i^iijer-i/>y©f4Airn-ci,>fc»). 

(0 0 1 1 1 iffi^f©^«6^u. «i/i5<:ar6i 
s-!r-£^>5'©rtatcei&-rs. eto-c. f?TS©4^iit 
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CO 0 1 2 ] -tcr, c(Dffla*»8i-r5)fc»{c. ^« 
- 5 0 7 e 1 on^tcii. mt^icmi^titc^^T 

(0 0 1 3 3 4fc. ^i«8**Rl{CS^<BBRiiM»W 
09 8/oo6 2#k:b. ^'j'^yt^-PHfimitic 

to 0 1 4 1 #li¥7 - 5 0 7 6 1 0-9ii«*4l»>ttH 

fS^^BS^WOQ 8/0 0 6 2-#«:Ca^Stiyt:^{cJ:h 

CtifiVit 4 i U ^ PJ5?.#**. 
COO 1 5] */c. «E»a{-;'-Jl'J^«-7>FU^l'*ffl 

coo I 6J ?%«C. <*«JF7-50 76 1 0^>B«{C 
[00 171 

- 5 0 7 6 1 0^jifR*-5t.>«SIS4iBa»WO9 8/0 

0 6 2^ccMip3nrt»-535««:tei»r«. ft^assw* 

(0 0 18] ^t{:«IS^. 

[0 0 19} ttc. M^tf. ^S«i3t;»«{i£(Ci:0 
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[0 02 0] dStC. 4ai;SgtS^». B7V:inrJ:'i 
tc, jfi^. 2©JaSStc51-*at;i a. Zb^B 

fiSO. -eo^ffaUla. 2 bi«^5Ht<trttai;7a* 

wr-s«i*7*^tT. ^'si. 2m^st\i>, m 
r,x. s^8iifi««. tm^^'^ik^xm.p^tnio 

C002 U v> K UJU'feffii.ir. Fl-rtS4« 

[002 2] COiB|jB«Wi^reA:«tC. WiB 

i:HWO9 8/0 0 6 2^{Ctt. v^KHlCf'-'* 

- > ^^/p e-s©s/34«w«iw 0 arj: 

[002 3 ] -73. Vf^^T- 5 076 1 0 ^£tlfitcea 
( 0 0 2 4 ) 5 6<C. fit|R«^*g*ffit»r*«e*S^ 

a:;rtjf©»i4-ric<!:<i<. ■€-©*sft^tcst>6 

B. 9rS©^i^**o. SABSo^aacfwa 

B. ■t^^©eB(^r«6oi.>r(,»s. 

CO 0 2 5 ] -eofcft, issti/c^js^i-eoiiffi 

eatcB. [6^*<ii«u-f>^i>©t:. cci-^z/^e 



w 

s 

(0026] :mmm&kb<t'i ^nmit. itsi 
c 0 0 2 7 J a/c. t J: ^ tr-sftoaa 

( 0 0 2 8 ] $ 6{C. ^RmifillUkl^Ji ^ ^TidiKOSII 

law. «^^«*T5ei£dfhS<. U*><>^l$. 1$ 10 

(002 9) 

|3I±%S^-r a C i tc J: 0 ^(CSi^r* C iA«-C* 

(003 1 ] }:m<D^'>fiiiL!Bm&mftm^ 

{ 0 0 3 2 ] $ m<Oj: '> «tl£W«^t»^«f 
^. «^jS«<0«Ktil*A«l. 04KLti«t«J:5«: 
(00331 ±£«ffi%«T5^%;aK:fiS%&:9ffi^ 

(00341 -tOfc*). fifl^rt. 4SS3l*?ai{|i^a)»rS© 50 
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(0 0 3 51 jas(*js*4£asnrt.^^{o^« 

mifi^ t <c -5 i CO •& . 

(00361 3 6(C. 3aas|^«i9rS©«Stt{l«-Cl£ 

as *!i/c#Ht**a OfiiK^tc J: •) b r 

[ 0 0 3 7 1 

( 0 0 3 8 1 s 6tc. i^e^aaj^i^KM^tS^^tHja: 

[00391 

(*«©IISS©JB»1 WTtC. *»?B©l?iS©JK»te'5 

I ©iitt©iBSiK:eR4j£gffl^t«^»©*ia 
Bi{ciji»T. :^aA{i. ffiaisi. JSBBau: 
(0 04 0) *r. tmxmcr>\.^xmm-f i. 

gli. HI (a) fc^-ri^^c. ngf«t©#Rt3 0© 
i^j. P^©rtS©»*as<cX:ftS|!*fflt»rtt*?<t. 

01 (b) CCii^T.t'JCC. Ji8S?©F^Sd, 7!)i**SB©rt 

2d« j:»);^*<<c-7ri,»5^S3 0KjioiriXfi 

(004 11 CC-C. ^:|6BB{Cfflt>6ni#a»3 0 

©rtttti*. Mi«. »t«fl9»14©*d<f?*Siaifflj^ 
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{0 04 2J :*:^tctJt.>-C». S4iSIS3 0O 
[004 3] 

can jsatnts* (X) = (di -d. . . . ) xi lo 

OO/ds . , . 

fiU. d. : 3il)X«3 0iS3lOl£S»<^S 

d. . i . :^«3o«a«ottair<ortso«'hfa 

[0044] :^aA(D»^. aaJffia^t. 5%lJLh*J 
J:»3/M(.»^B©**««;SSti4J:9K«0. d, J: 

(0 0 4 6 ] Ji*f. Jsaats^ogmtcffltJ^nsrts 
t». 

[ 0 0 4 7 1 Sft:. ^SttS^lX. ^^©fSB1$^« 

stor. 4j»«3 o©iioxo!>sstt. sen* 
CO 0 4 8 1 4fc. fi:S«:J:»3rtS**it^Lfc»^fi 

{0 04 91 $6«:. W^fcRS^hifc© 
A^l.liT'^y^*. 3rS©fi?A:tf. #«»3 0©« 

[0030] ;xk:. ttSftixxsccov*^^^^^^ 5. as so 
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ffiJDXIgtt. 01(c) K:5r-rj:^tc. ttaxStcj: 

>)«»9N*j@«s]£ii$ nfc^€ 3 0 <m&^ms.m!& 
ias©£ffiii$Am'<i:. ub£-r««tisifi^xg(c4»i.> 

[00 5 1 ] <c*i. aiE©jiin::?3a». ^rms.tt\.h 
6©rtt/5:<. fwijjui. •5 7t>yttn:i9. 

ffi*«l>iCd:**-C*«. *fc. !4aafc*««3 0© 

[0052] ixcc. a:M«^xgK-5(,»-ci«?qri. a: 
ec«^xs». ii»£xsK:*)c>rissBi^S]!)i)essn. 

ftJX3n^c^g3 0*5?#^fott. ^S3 0. 3 0 
S±*llt»«^S-li--5XS-C**. 
[0 05 3] CC-C. SiJWS^afctt. ft«S3 0?:a 

«T*>esaffi!ii»»i&i t.-rn©:^*ffl 

( 0 0 5 4 ] ?fiMffilUt«^«. @fflffi»»^<ctt 

ur,- 5SKjiai-cs»tra5!f©aiR«wr*«^**»6 
hi©-c. g^:^ifeiL-c*fat'**. lai (d) tc. 

^S3 0. 3 0©»^l?iSlC-f>^-h«3 6«:,^r» 
U. ««lt»J8^a;cj:0»^3ti/i:^e»^(*3 2 

©— f«*^r. 

[ 0 0 5 5 1 iitft»^©*mi. ttffl-r5#J5« 

3 0©«H{ClSC-C«««BH*atR-rni<J:i'. R» 

Wtctt. WT©*ffTrtf^iJ:l.». 
[00561 i-r. ft^ffi©^®»lSRmaxB. 5 0 
«mfe(T*i«*U». «^ffi©«®ffl3Rajax*«5 0 
iim*iBii.Si. «^a5«:*}t,>-C^S3 0rSI±!!>H-» 
««1*r. iS(,»lS^?$K*<f96h^j:t»©-C»f * U < nc 

All 2 0 O-ajlT-C^iN i S^^BF e^r:^^*<« 
a-C*i. -<>-!»--H!t3 6OSi*.*il2 0 0"C«jax 

[0058] ffifflrs-^>-^-f-W3 6©e3 

^jsiiooum^ai-si. ft^»ifitcii$rt5Tc;ft©ffi: 
lto6«+»Ktfi3*ir. »^«a:;>«KTr*©r»t*6< 

[0059la*J. ^>1»--htt3 6©®l*». »K» 
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(0060] s^s:ffla«. $mimmmf^*mi i, 

(006 1 ] g^aStt. 1 2 5 OX;£U: I 4 0 O'CiU 
T©i5H*«6?ar**. S^S*J1 2 5 0-C^mct£ 

(0062] s^as«:tett5Ri$«iai«. 3 o#w± 
( 0 0 6 3 J 3 6tc. m^mtcm-tzmEJjit. 

1. 5MPati±5.MPaJaTAS*fa-C**. 

(0 0 6 4 J */c. :«rffiA«C*Jt>T». ^S^IS^O 

JBE^JlJ. 5MPa«Ti-ri<D3W*l/t». 

( 0 0 6 5 ] aifc. ffiiRS^«tf ^BW)tia!»:*nffii 
{ 0 0 6 6 ] /c/cL. ismmimmjntj(s^}&&mm 

H zttT(D*»©^fflt»6®*i»i HiSa*J 1 0 0 
(0067] :X»C. C©J: ^ tc 0X»6nfcl£««^ 

2L/ci£sx@. «sAixxfi&cmasds^x€<c4t$(,> 
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-CSjSdnf<:^eft^<$3 20«t&«{fl.>. 
[0 06 8]m(*fl<HC«. H2 (a) iCrjkt^'liC. ft 

U 02 (b) K:iS-rj:^<C. #ll»jS^*3 2(D«fea 
«:|Sl*»r>rv>KU^t'34*»l&3<*. ^jSSS^3 

(0069] 

[ft2]&9$(9$) = (dt -do . . . ) xlOO 

/da , i a 

d, . . . : ]£9er<oim^a>(«ig|i<o«'ha 

(0 07 01 ^cfe. :^mAOi6^. m'smt. &m'S3 
S€.«c. Ii£«irco0^^a©p»js<o«'hffid. . 

(.0 07 1 1 -XiC, 5?ftA©f?S{crj<,.r3lW^5. ^ 
S<Dfi?&cyrt(5€rWr-5^g3 0 (01 (a) ) <0 

SL (SI (b) ) I/. )fiji«^£(0^1iffi${CtS«!tt] 
XL//ca (01 (c) ) . ±«g3O0±«:S:»«^-r 
30 Si, at (d) iCrjkr^'HC. ft^gW)l>9Sd, di^l^ 
a^SfOrtSd, j;0^#<^r-»rt»5#K^^3 
2^»*Ci*i-Ct-6. 

(0072] C©J: ^ »^«««^(*3 2 ©-jfStC-7> 
KUil/34«lfXU. flfeWCC|Sl*r>rvvKUJl'3 4* 
^BS^ii. ^eS^(*3 2©rtSd5i!£;*:t. 132 

<b) «c7r-rj:'>4c. -s:©rtsd, *wt--i*airtt 

^32*f9iCiAi-C*5. 
(0073] C©i*. t£SW©»^©l*i8id , tt. 

(0 07 4] *fc. nt^smnm, mm-^^Kiy[^'^ 

d. ±*):kti.^1tibic. ft^SiseSo^atSA^/h? < 
#<«t4(ii". *-5t>ttfia$S3L, dJii<^t'5Bi. 

50 «**l£B-r-5t8^tCth«lxr/h5<«tO. fitSff*©^ 



u 

[0 07 51 36«C. ^^X93 0<Dm&V^m»^ 

tcmn^ttm. ^)iei8^i* 3 2 m^mmm 

*. c<DJ:^«c^«ffi^»3 2». J£t*!f-jrt). 
tt&cm6tt*»ftT-r * c i <c I, >. 

[ 0 0 7 6 ) «c4j. ±j*o:»aA{c*ji,»-cB, 

■sci*Jr*« («T, cti* r:^?^A" j it,"}) . 
C©J8^. fflSXS«:*JC>-C. ^ist3o©a»ifieso 

t:&K93 0(o«9(cmjt^sSo. cn^fr^t^t}^ 

c 0 0 7 7 ] ;x(c. :ti^m<omzoymmBBv:gmt 20 

c 0 0 7 8 ] jeaistt. mLtc:^m^6mm. s 

3 <a) «:^-rJ:'5>i:. RiSrW©#«S4 0 ©rt. ^SB 
(C J: 0 . H 3 ( b ) {C^fT J: ^> «:, jSBBifi«!?<Df«J'fS*JS^ 

s©«a«:a*-cs£s s nfc^a«4 o tcjaxr sxs 30 
c 0 0 7 9 ] fiL,. nmsoi^-^. is»a£a$ti. 1 0 

( 0 0 8 0 ] ttis. 0 4 UrStBCCitiSgJB 

L , »^^4 0 (onaxfoss^mimmb -cms. 40 
(008 11 'Xtc, *aC)»iIgK:*ji,>rtt. H3 
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[0082] i>c«c. iis»xgtciBi»r«. teaiatcij 
t^r^sasi^SAsiitgisti, ^^(cisciiixxficcisb* 
r. «aj«c^*3t;.4 0a*J)KfiJ$h;i:^«4 0iij± 

*». «l#4 4*:rt-0-C. «lteShaXSr*4. «t#4 

«6itert*a{;4 4a**>gi?S?4ari.'a. COJi^KOrff 
etX/c^«««^4 2*a3 (d) icmt. 

{00831 *(jg3n/c^dlg«^(*4 2 «. IsmAK. 
J:>)fie>ti/cfaSJS«^3 2iPltttc. ffiS*<tft> 

^fP»^(*4 2 0(*!S«i-»0:»C* 5 d , icmX 
$txi. ^tmiCit. 134 (a) «CTvTa:^{c. ±«'g 
ft^«:4 2<!>-^^-7> FUJI'S 4€»AU. 04 

< b ) (CTjkr^ ^•tC. ^E)Kta^l*4 2<Dffi««:|Sl*>-, 
•C-7>KUJU34%^l63tt5Ct«:j:0. ^SS^ 

(0 0 841 CC-C. imBOtfi^. SESeft^(*4 2 
©Jt-gU. :iE««4 0®«SBa:S*«T<OS£SSrtf'5 

1 0 0 8 5 1 'JC»C. :^rSB©fP«*CO»,*rSi??^S. T' 
*»^S$?!i« 1 0%W±i^r5<k^tc. ^s)S'g4 0© 
iS^ja^©f*?S*ffi:{5 0. ^g40fS}±«;<aC 

«cj:»3«^-r-5<i:. s^sj©rtad. *i?m6aj©rti* 

d, J:*)^*< >j:r>-ci>4fflse«^«:4 2 =feSatc» 
(0 0 861 C©J:^tcLr{i^n/c^««^«:4 2 

cc. «^iae5©s:mftiJtA5/h3<cc5. -e©fc«). is 
^:iT©a:s^-ctt« Wfo^ 5 ©r . ia ccat^ye 

tcia&r Stl?614©fiT t !-» ^ . ia i;Sittii««©l3ia 
[00871 iXK. *^©IB 3 ©ll*S©JBS«C6fi5ffi: 

«ffl^e8^f*©«a:^tc-:>(,»-ciSiiWf 4. H5 

(a) ~ (c) «. :4c*M©»3©iat©JBJS«:»Ste 

iio) *5T-rxfiHr*5. 

[0 08 81 :«ra£c©»^. ^sesoior, fi£S«c 

[00891 fibfe. 05(8) lx.ffitX'>ttP\W\^ 
©^IIf?5 0O«SB«J£S-r*Ci«l<. -e^ii^s 
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^fc-tt-CflPEL. (HS (b) ) . ims A iftLxm^ 

ss&9iitamr^. na. i^-^ma, as (b) icnk 

[009 0 J C<DB$. jg^^AliSKn-CAii, 

iii»siic^mL. as (c) (c^rji^ec. s^ssoi^ 

[009 1] 

[009 2] ^C<D«^. Ml^til^t. 1. OAat 

(0 0 9 3 ] $m^^nmfD&fmd„ . . , 

S^(C. 1£ttS^CC<i:0f«lS4in»nbft:i|t;}<3!>g3 
(«T. cn«r fietbSSj iOl^ as (c) «f. 
TL. J -cam. ) tt. HtSXmiCitifiSiBt&mi'b 

[ 0 0 9 4 J ifc. :5^c<oi»^. itim^mu:m-^n 

[0095] ttjit>^. nt^mt, 1 2 5 O-CJiLh I 
4 0 0 "CfetTCSHAiWair**. ft^a* 12 5 0 

i . 5 0 ©^fieii»i;t # < <r »3 . ^5E®StfKia 

¥3!)Jf?6iitc<,»©-C»*0<<cC». 3 etc. S^aSAJ 
14 0 0 'C*:»i.i t . a*W*»ISrt-Sfc*tl4»**0 

[009 6] fi^BLuanummmi. e o#Ju± 
i5*Har*4. ff»«ira*iBOiJ*iftr*$i. :^s«t 
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[0 09 7] 4/c. mttmnct^^tims.^it. 2m 

PaJiUbJ5^»a-C*i. fiOEE;^3ii2MPa*ra-C*4 
[009 8] 3 etc. «^BK&e^(OflDiftAa». 2 0 mm 

rjf 35 1/ < mmno^mKiJ: o /hs < i 

C 0 0 9 9 ] e^ffiOISStES Rm a xCt. 5 0 
2 0 0 •C«T-r*^)W5 1 0 0 u mJUTON i 

[0 1 0 0 J Sfc, «^»Hm»*. #BWktt#WSu>i« 

a 1 0 0 k H z i.Tf<omm<6:3&i&im\.^t-Mmmmmm 
j». xiiisa!gfii[gji«nSft«»»XL(.»#.<>. 

[0 1 0 I ] ;xtc, ±ai©i^(cLr!3jS$n/c^3E© 

30 MKU^^Wra^SS^^S 2(Ot£»Aifft>n%. 
AM^tctt. (d) (C^T^^CC. ^ISffS^S 
2<D-4i8*ev> FUJI'S 4 %fliAL. ^WtJS^S 
2«)«Ma«C»Sl*>-3rv>FU;l/3 4*^?tfn«<t 

[0102] i^tlJ. fiteStt. 0(DS3BSI-«>. 

CO 1 0 3 ] yc»c. :^^c©ftffl«c-9v>t:eisH-ra. m 

2B^aA5fiS?nrc»J5ft»#S5S5 0*3^#1^b-tt. ^ 

)S'g5oi^±45£»a^-ri4Pi^tc. 

[0 10 4] C©J:^tCLr»6nfc±«g«&(t5 2 

50 -ai»?a4WTs&flis«^«:«;s-r5«»^«ctkL 
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(0 105) 4fc. »^<DrtS*i:^t<'5:r>rv>5c 
4. 

[0106] 1 ) imfii=t^^^x, 10 

-KH40 {«T. Ch^TAPI H40ji«8BT 

*»6'i:S{^7 >^ (1 7 8mm) v WW 0. 2 
3 (6mm) CDl^iJSHSiffll^ CWSItCiSl 

CO 1 0 7 ] -xtc. itasn/t^eo^as^Siiffls 

Rmax*i30ttm«Ti«cSi:9{Ct±±lf. 
^Ifffilc. J I S BN i - 3t^(0flfiK«Wr5ft 
.^SIOSQIC. /5?5 0ym©N i«^?5*y)-»0. 
i«Effiid:tt«&«:tfoy^. $6(C. i«6n/ci^lX«S^{» 20 

l£S*Ai2 59«itt4J:'>K:^>Fl/rt.«:m»-Cit 
SUA:. 
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[0108] '^4$. m^m>mmi3mic\t. ^mas k 

ifc. ft^iSg 1 3 0 0 -C. «^B$liI 1 8 

0«>. *0l3E^4MPaib. A r »aai4i-C«^*ff r, 

[0 10 9] (iai6«2-3. ItiJjffll. 2) #ia!S3 

o^isaiuita**. -5-n-en, o?< (tmmi) . 3j< 

akl$942) . 2 09i (mmm2) . &0:2 59« (Hit 

(0 1 1 0] ii»Mi~3. vi.v\mm\-2-c'\^^ti 

^S^-tcJrOefSJUrO. SmmttTtOfca. CO« 
API 110 4#»ilt)t««)0tBL. 919 

[0 I 1 11 

[^1] 
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n n No 




lt«W2 






$it^3 


« 




API UO 




API HIO. 


API H40 


API H^O 






r.co 


7. 00 


7. 00 


7.00 


? 00 






0.231 


D. 231 


o.nt 


0. 231 


C. 231 




0 


3 




20 


n 


{Rau : Mm) 


30 


30 


30 


90 


30 


> 
1 

m 




BNi-3 


BSi-J 


a 11 : 1 
ill-4 


on: 1 




iU CC) 




lOSO 


1050 


09V 


1 ViV 




It 




SO 


cn 




mm 


» 


a 


JS 


n 


m 


m^ASt cc) 


1 1 A A 






J u u 




ftimm <s) 


180 
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(54) Title of the Invention: Metal Pipe Joint for Pipe Expansion and the Manufacturing Method Thereof 

(57) Summary 
(Problem) 

Provide a metal pipe joint for pipe expansion and its manufacturing method, wlierein even in the case of 
pipe e3q)ansion, (a) there is no decrease in the strength or the airtightness of the junction, (b) there is litde 
deformation resistance at the time of pipe expansion, and (c) it is possible to reduce the level differences 
that occur in the junction. 

(Means for Solving the Problem) 

Obtain metal pipe joints 32 and 52 in which the internal diameters of the junctions are greater than the 
internal diameters of the non-conjugative regions, by either (a) diffusion bonding or welding to one another 
metal pipes 30 whose internal diameters in the vicinity of the ends have been expanded such that the end 
diameter expansion rate is greater than 5%, or (b) diffusing bonding metal pipe 50, whose internal diameter 
in the vicinity of the end has not been expanded, such that it reaches a prescribed lateral expansion rate. 



Futthermoie, obtain metal pipe joint 42 in which the internal diameter of the junction is greater than the 
internal diameter of the non-conjugative regions by mechanically fastening to one another metal pipes 40 
whose internal diameters toward the ends have been expanded such that the end diameter expansion rate is 
greater than 10%. 

[see source for drawings] 
(c) 

Machine woiic Machine work 
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(Scope of Patent Claims) 
(Claim 1) 

A metal pipe joint for pipe expansion conq)rised of a plurality of bonded metal pipes, wherein the internal 
diameter of the junction is greater than the intemal diameter of the non-conjugative regions. 

(aaim2) 

A manufacturing method for a metal pipe joint for pipe expansion in which the intemal diameter in the 
vicinity of the end of the metal pipe is expanded and said metal pipes are bonded to one another. 

(Claim 3) 

The manufacturing method for a metal pipe joint for pipe expansion according to Claim 2 in which die 
intemal diameter in tiie vicinity of the end of said metal pipe is e;q>anded such that the end diameter 
e^ansion rate is greater than 5%. 

(aaim4) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is a diffusion bonding method. 

(Claims) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is an arc welding method. 

(Claim 6) 

A manu^cturing method for a metal pipe joint for pipe expansion in which the intemal diameter in the 
vicinity of the end of the metal pipe is expanded, thread is formed on the end of said metal pipe, and said 
metal pipes are mechanically fastened to one another with said thread. 

(QaimT) 

The manufacturing method for a metal pipe joint for pipe e>q?ansion according to Claim 6 in which the 
intemal diameter in ihs vicinity of the end of said metal pipe is expanded such that the end diameter 
expansion rate is greater than 10%. 

(Claim 8) 

A manufacturing method for a metal pipe joint for pipe expansion in which metal pipes whose intemal 
diameters in the vicinity of the ends have not been expanded are butted, and are diffusion bonded under 
bonding conditions such that the junction vicinity laterally e>q)ands. 

(Claim 9) 

The metal pipe joint for pipe expansion according to Claim 8 that is diffusion bonded such that the lateral 
eiqpansion rate of the junction vicinity is greater than 1.04. 

(Detailed Description of the Invention) 
(0001) 

(Technical Field of the Invention) 

The present invention is related to a metal pipe joint for pipe expansion and the manufacturing method 
thereof; more specifically, it is related to an ideal metal pipe joint for pipe e;q>ansion and its manu&ctuxing 
method used for the plumbing for plants or line piping that is used in the chemical industry or the 
petrochemical industry, or as the oil well pipe of casing tubes, production tubes, or coiled tubes used in oil 
wells. 



(0002) 



(Prior Art) 

Conventionally, in fields such as the chemical industry and the petrochemical industry, long metal pipes are 
used in order to transport coirosive liquids over long distances. For example, pipe lines are for the purpose 
of transporting crude oil obtained from an oil field to an oil refinery, for example, and their lengths span 
across tens of kilometers. 

(0003) 

Furthermore, ^en digging an oil well, in order to preserve the gallery that was excavated beneath the 
ground or to prevent crude oil leakage, steel pipes called casing are buried within the gallery. The oil field 
is normally in a location several thousand meters under ground, so it is necessary that the casing also have 
the length of several thousand meters. 

(0004) 

Moreover, seamless steel pipes that are superior with respect to corrosion resistance are generally used for 
metal pipes that are exposed to a corrosive environment, but the length of industrially mass produced 
seamless steel pipes is between 10 - 15 m, and the upper hmit on the possible manufactured length is 
approximately 100 ol Accordingly, joints that connect multiple seamless steel pipes of length between 10 - 
15 m are used in line piping or oil well pipe such as casing. 

(0005) 

As a bonding method for metal pipe that is used in such applications, threaded connection methods 
(mechanical coupling method), welding methods (orbital welding method), and diffiision bonding methods 
are well known. 

(0006) 

Furthermore, as for the joints (called "metal pipe joints'* hereafter) in which multiple metal pipes that have 
prescribed length are united, it is typical for them to be used as they are, without expanding or reducing the 
internal diameter. In other words, it is typical for metal pipe joints that have a desired internal diameter to 
be manufactured by bonding metal pipes that have a desired internal diameter. 

(0007) 

However, in contrast to line piping that is laid above ground, casing that is used in oil wells is buried 
beneath the ground, so there are the following problems in using metal pipe joints that have prescribed 
internal diameters as casings without modification. 

(0008) 

Stated singly, it is difficult to raccavate a bare gallery towards an oil field that is in a location several 
thousand meters under ground. Therefore, oil well excavation operations sequentially repeat the following 
operations: (a) the operation of excavating a gallery using a drill pipe that has a bit that is mounted on its 
tip, (b) the operation of burying casing at a location in which digging has advanced to a certain extent in 
order to protect flie gallery, and (c) the operation of pouring cement between the buried casing and the 
stratum, and stabilizing the casing. As a result, oil wells have a stmcture in which multiple casing is 
overlapped in a nested fonn. 

(0009) 

The stracture of a typical oil well is shown in Figme 6. Oil well 10 that is illustrated in Figure 6 is equipped 
with conductor pipe 12 that has a maximum external diameter for the purpose of protecting the gallery wall 
in the vicinity of (he surface of the earth, surface casing 14 that is sequentially inserted in a nested form into 
conductor pipe 12, intermediate casing 16, and four production casings 18 of maximum length that reach 
oil stratum 20. 

(0010) 

However, when burying the next casing (called ^'inner side casing" hereafter) inside the galleiy through the 
hole in the center of the casing that was previously buried (called "outer side casing" hereafter), there are 
cases in which the insertion of the inner side casing becomes difficult because the axis of the inner side 
casing and the axis of the outer side casing shift out of alignment, or ttie shape of either the inner side 



casing or the outer side casing is irregular. Therefore, it was necessary to make the external diameter of the 
inner side casing approximately 10 - 30% smaller than the internal diameter of the outer side casing to be 
on die safe side. 



(0011) 

Furthermore, the production efficiency of the oil well is dependant on the internal diameter of the 
production casing that reaches the oil stratum. 
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Accordingly, in order to secure prescribed production efficiency, it is necessary not only to give the internal 
diameter of the production casing a prescribed size, but also to enlarge the internal diameter of the casing 
that was previously buried Therefore, the necessity to enlarge die internal diameter of the gallery that is 
excavated in the vicinity of the surface of the earth arose, and became a &ctor that increases the cost of oil 
well drilling. 

(0012) 

Thereby, in order to solve this problem, a method was disclosed in Published Japanese Translation of a 
PCT Application H7-507610 that expands the casing in the radial direction with respect to the borehole by 
burying casing made from malleable materials in the borehole that was excavated under the earth, and 
expanding a hydraulic expanding tool within the casing. 

(0013) 

Furthermore, a method was disclosed in International Publication Number WO98/0062 that inserts steel 
pipe made from a malleable type of metal, which generates strain hardening, into either a gallery or casing 
diat was previously buried without incidence of necking or ductile fracture, and e?q)ands casing using a 
mandrel that has a tapered surface made of a nonmetal material. 

(0014) 

Through the methods disclosed in Published Japanese Translation of a PCT Application H7-507610 or 
International Publication Nimiber WO98/0062, it is possible to insert inner side casing that has a relatively 
small external diameter in con^arison to the gallery or outer side casing internal diameter, so there is the 
advantage that it is possible to smoothly perform the inner side casing insertion operation. 

(0015) 

Moreover, the expansion of iimer side casing that was inserted into a gallery of outer side casing is 
performed using a hydraulic expansion tool or a mandrel, so there is the advantage that nearly the entire 
cross sectional area of the gallery can be used for cmde oil transportation. Furthermore, because the 
effective cross sectional area of the gallery becomes large, there is the advantage that it is possible to 
reduce the internal diameter of the gallery to be excavated, and it is thus possible to cut excavation costs. 

(0016) 

Furthermore, as disclosed in Published Japanese Translation of a PCT Application H7-507610, in the case 
in which casing is expanded in the radial direction with respect to the borehole, the casing is maintained by 
the conqjresstve stress received from the borehole wall, so there is the advantage that the cementing 
operation becomes unnecessary. 

(0017) 

(Problems Addressed by the Invention) 

However, the entire length of casing that is used in oil wells reaches several thousand meters, so although 
junctions must necessarily be present, junctions are not taken into consideration in either Published 
Japanese Translation of a PCT AppHcation H7-507610 or International Publication Number WO98/0062. 

(0018) 

For exanq>le, in the case in which metal pipes are bonded through welding methods or metallurgical 
bonding methods such as dif^ion bonding to form metal pipe joints, heat-affected zones generate at the 
time of bonding in the vicinity of the junctions, so there are cases in which the deformability decreases. 
Therefore, in the case in which the obtained metal pipe joints are expanded as they are using a mandrel, for 
example, there is the problem in which there is a danger that fissures will generate in the junctions. 

(0019) 

Moreover, in the case in which metal pipe is bonded through a threaded connection method to form a metal 
pipe joint and this is expanded with a mandrel, for exan:q)le, there is the problem that the thread portion 



becomes loose due to plastic-defonmtion at the time of expansion and the airtightness of the junction 
decreases. 



(0020) 

Furthennore, the threaded connection method normally forms outer thread la and 2b on the ends of metal 
pipes 1 and 2 as shown in Figure 7, and unites metal pipes I and 2 through coupling 7 that has internal 
thread 7a that can screw into this external thread la and 2b. Accordingly, the vicinity of the junction 
becomes more thick-walled than the non-conjugative regions, so in the case in which such a metal pipe 
joint is expanded using a mandrel, for example, there is the problem in which the deformation resistance of 
the junction becomes large and the expansion operation cannot be performed smoothly. 

(0021) 

Moreover, in the case in which a metal pipe joint with length of several thousand meters that has a uniform 
internal diameter is expanded at once using a mandrel, the mandrel constantly receives a reactive force 
from the metal pipe joint at the time of the pipe expansion, so a large motive energy becomes necessary to 
move the mandrel. 



(0022) 

In order to solve this problem, a point is disclosed in International Publication Nimiber WO98/0062, for 
exarr^>le, in which the frictional force that generates between the mandrel and the casing is reduced by 
constructing the tapered surface of the mandrel with a nonmetal material such as zirconia, but there is no 
change in the fact that the mandrel continuously receives a constant reactive force from the casing during 
pipe expansion, and it is insufficient with respect to motive energy conservation. 

(0023) 

Furthermore, as disclosed in Published Japanese Translation of a PCX Application H7-507610, it is 
possible to conserve motive energy in con^)arison to the case in which the mandrel is expanded all at once 
by repeating the following process: retain tiae hydraulic expansion tool in a location within Ae casing, 
expand the hydraulic expansion tool and expand only the casing that is in that position, and then move it to 
the upper region after contracting the hydraulic tool. However, this results in expanding the casing in a 
multistage maimer, so there is the drawback that the operation efficiency is poor. 

(0024) 

Moreover, in the case in which the metal pipe is bonded using a diffusion bonding method, it is typical to 
evenly process only the end face of the metal pipe and use it for bonding without adjusting the periphery 
surface and the wall thickness. However, in industrially mass produced metal pipes, there is a prescribed 
dimensional tolerance, and the external diameters and wall thickness of each metal pipe vary within the 
range of the dimensional tolerance. 

(0025) 

Therefore, in the case in which mass produced metal pipes are used as they are in difRision bonding, there 
is the danger that level differences will arise in the junctions of the metal pipe joints that are obtained. 
Stress tends to concentrate in level differences that generate in the junctions, so in the case in which such 
metal pipe joints are expanded, there is the danger that fissures will generate from the regions of level 
differences. Furthermore, because the level differences remain in the junctions even after pipe expansion, 
there is the danger that fatigue characteristics and corrosion resistance will diminish due to stress 
concentration or the retention of corrosive substances. However, nothing is disclosed in the aforementioned 
prior art Uterature regarding specific means to solving such problems. 
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(0026) 

A problem addressed by the present invention is to provide a metal pipe joint for pipe expansion and its 
manufacturing method in which (a) fissures do not generate in the junction, even if pipe expansion is 
performed, and (b) there is no reduction in the airtightness of the junction that originates from the loosening 
of thread 

(0027) 

Furthermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its manufacturing method, in which (a) the deformation resistance at the time of pipe 
expansion is small and (b) motive energy conservation in the pipe expansion operation is possible. 

(0028) 

Furdiermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its maniifacturing method, in which (a) the level differences that arise in the junctions are 
small, and (b) is superior with respect to strength, fatigue characteristics, and corrosion resistance. 

(0029) 

(Means for Solving the Problems) 

In order to solve the aforementioned problems, die metal pipe joint for pipe expansion of the present 
invention can be summarized in that it is a metal pipe joint in which multiple metal pipes have been 
bonded, and the internal diameters of the junctions are larger than the internal diameters of the non- 
conjugative regions. 

(0030) 

Specifically, such a metal pipe joint for pipe expansion can be easily manufactured by expanding the 
internal diameter of the vicinity of the end of the metal pipe in advance, and then bonding like metal pipes 
to one another. In this case, it is desirable to expand the internal diameter of the vicinity of the end of the 
metal pipe such that the end diameter expansion rate is greater than 5%. If the end diameter expansion rate 
is less than 5%, then there is the danger that fissures will generate from the junctions when performing pipe 
e?qpansion, so this is undesirable. Moreover, in this case, a diffusion bonding method or an arc welding 
method would be ideal as a bonding method. 

(0031) 

Moreover, a metal pipe joint such as that described above can also be manufactured by expanding the 
internal diameter in the vicinity of the end of the metal pipe, forming thread on the end of the metal pipe, 
and mechanically fastening like metal pipes to one anotiier with the thread. In fliis case, it is desirable to 
expand the internal diameter of the vicinity of the end of the metal pipe such that the end diameter 
expansion rate is greater than 10%. If the end diameter expansion rate is less than 10%, the thread regions 
plastic-deform and the airtightness of the thread regions decreases, so this is undesirable. 

(0032) 

Furthermore, a metal pipe joint such as that described above can also be manufactured by butting metal 
pipes v/hosc internal diameters in the vicinity of the end have not been expanded, and diffusion bonding 
them under bonding conditions such that the junction vicinity laterally expands. In this case, it is desirable 
to perform diffusion bonding such that the lateral expansion rate in the junction vicinity is greater than 
1.04%. If the lateral expansion rate is less than 1.04%, there is the danger that fissures will generate from 
the junctions when performing pipe expansion, so this is undesirable. 

(0033) 

As for the metal pipe joint for pipe expansion of the present invention that has the configuration described 
above, the internal diameters of the jimctions are larger than die internal diameters of the non-conjugative 
regions, so in the case in which such a metal pipe joint for pipe expansion is expanded using a mandrel, for 
GKSsnplty it is possil)le to restrain the plastic stress of the junctions such that it is less than the plastic stress 
of the non-conjugative regions. 



(0034) 

Therefore, it becomes difficult for fissures to generate in die junctions due to pipe expansion, even in the 
case in which, for example, M^hen metal pipe whose end internal diameters have been expanded at a 
prescribed end diameter expansion rate are bonded through diffusion bonding or welding methods and the 
obtained metal pipe joint is expanded, heat-affected zones generate in the vicinity of the bonding 
boundaries and the deformability in the vicinity of the bonding boundaries is diminished. 

(0035) 

Moreover, if metal pipes whose end internal diameters have not been expanded are butted, a metal pipe 
joint is formed by plastic-deforming the jimction into a barrel shape at a prescribed lateral expansion rate 
with the pressure at die time of diffusion bonding, and this is expanded; then not only is the generation of 
fissures in the junction restrained, but there is also the advantage that the process of e3q}and]ng the end 
intemal diameters of the metal pipes becomes unnecessary. 

(0036) 

Furthermore, in the case in which a metal pipe joint is formed by using a threaded connection method to 
bond metal pipes whose end intemal diameters have been expanded at a prescribed end diameter expansion 
rate, if the metal pipe joint is e^qpanded such that the pipe expansion rate is less than the end diameter 
expansion rate, then there is to be no incidence of plastic-deformation of the junction. Therefore, there is no 
decrease in airtightness, which originates from the loosening of thread. 

(0037) 

Moreover, in the metal pipe joint for pipe expansion of the present invention, the intemal diameters in the 
junction vicinity are greater than the intemal diameters of the non-conjugative regions, so the deformation 
resistance m the junction vicinity becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and the motive energy in the pipe expansion operation is also conserved. 

(0038) 

Furthermore, in the case in which a metal pipe joint is formed by expanding the ends of the metal pipes at a 
prescribed end diameter expansion rate in advance and bonding the expanded metal pipes, it is possible to 
at least align each of the metal pipes through diameter expansion. Therefore, even in the case in which a 
metal pipe joint is manufactured using metal pipes in which the external diameters or wall thicknesses vary 
within a prescribed dimensional tolerance, it is possible to reduce the level differences that generate on the 
inside surface of the junction, and it becomes possible to obtain a metal pipe junction that is superior with 
respect to strength, fatigue characteristics, and corrosion resistance. 

(0039) 

(Embodiments of the Invention) 

Embodiments of the present invention will be explained in detail below with reference to the drawings. 
Figure 1 is a flow chart that shows manufacturing method (called "method A" hereafter) for the metal pipe 
joint for pipe expansion of the first embodiment of the present invention. In Figure 1, method A conq)nses 
a diameter expansion process, an end face finishing process, and a diffusion bonding process. 

(0040) 

First, the diameter expansion process will be explained. The diameter expansion process in which only the 
intemal diameters of both ends inside cylindrical metal pipe 30 as shown in Figure 1 (a) are enlarged using 
an appropriate industrial tool, and metal pipe 30, in which the intemal diameter d] of the end has become 
greater than the intemal diameter do in the center, is processed as shown in Figure 1 (b). 

(0041) 

H^e, as for the metal pipe 30 that is used in the present invention, there are no particular restrictions 
regarding material quality or dimensions as long as it is of a material that has deformability that can 
withstand the pipe expansion described later. For example, in metal pipe joints that are used in applications 
in which only mechanical characteristics are required, it is possible to use carbon steel for metal pipe 30. 
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Moreover, in applications in which both strength and corrosion resistance of line pipes or oil well pipes are 
required, for example, it is possible to use stainless steels such as martensitic stainless steel, two-phase 
Stainless steel, or austcnitic stainless steel, or Ti alloy. 

(0042) 

Moreover, in the present invention, the increment of the internal diameter of metal pipe 30 after expansion 
with respect to the minimum value of the internal diameter of each metal pipe 30 prior to expansion is 
called the end diameter expansion rate, and it is defined by the following Formula 1 . 

(0043) 
(Formula 1) 

End diameter expansion rate (%) = (di - d© mui) x 100/do mm- 
Where: 

d|: internal diameter of the end of metal pipe 30 after expansion 

do rain: minimum value of the internal diameter of the end of metal pipe 30 prior to expansion 

(0044) 

In the case of method A, it is desirable for the end diameter expansion rate to be greater than 5%. If the end 
diameter expansion rate is less than 5%, then the necessity to greatly plastic-deform the junctions arises in 
the pipe expansion process explained later, and there is the danger that fissures will generate in the 
junctions, so this is undesirable. Moreover, if the end diameter expansion rate is less than 5%, there are 
cases in which large level differences generate in the junctions due to the dimensional accuracy of each 
metal pipe 30, and the fatigue strength diminishes, so this is also undesirable. 

(0045) 

This is because, if the end diameter expansion rate is less than 5% in the case in which the internal diameter 
of metal pipe 30 varies within a prescribed dimensional tolerance, there is the danger that only metal pipes 
whose internal diameter do prior to expansion is smaller than the internal diameter d| after expansion will 
be expanded, and metal pipes that have internal diameters greater than di will not be expanded. 

(0046) 

Also, as the minimum value do min of the internal diameter that is used to calculate the end diameter 
expansion rate, from the perspective of allowing for safety it is desirable to use the minimum value 
anticipated from the specifications of the metal pipe used in bonding, but it would also be acceptable to use 
an actual measurement 

(0047) . . ^ . . ^ 

Moreover, from the perspective of reducing plastic-deformation in the junctions and restrammg the 
generation of fissures, the larger the end diameter e?q)ansion rate is the better. Therefore, in accordance 
with the sin5)licity of the processing of metal pipe 30 and the applications of the metal pipe joint that is 
obtained, diameter expansion should be performed with the ideal end diameter expansion rate within a 
range below the pipe e7q>ansion rate described later. 

(0048) 

Moreover, the length (called "diameter expansion length" hereafter, r^resented by "Lj" within Figure 1 
(b)) of the portion in which die internal diameter was enlarged through diameter expansion may be 
arbitrarily chosen with consideration on the simplicity of processing of metal pipe 30 and the applications, 
but from the perspective of reducing deformation resistance in the pipe expansion process described later 
and conserving motive energy in die pipe expansion operation, the longer it is the better. 

(0049) 

Furthermore, there are no particular restrictions on the diameter expansion method either, and it is possible 
to use various me^ods. Normally, a mandrel or a plug that has an external diameter corresponding to d, 



that is expressed in Formula 1 should be inserted into the end of metal pipe 30 up to a prescribed length, 
and the end internal diameter should then be expanded. 

(0050) 

Next, die end face finishing process will be explained. The end face finishing process is a process in which, 
as shown in Figure 1 (c), the end face of metal tube 30, whose end internal diameter was expanded through 
the diameter e?q)ansion process, is machine fmished to a prescribed surface roughness. This is because, if 
die surface texture of the end face of metal pipe 30 is rough, then the bonding boundaries will not 
sufficiendy adhere and high bond strengdi will not be obtained in the diffusion bonding process described 
later. 

(0051) 

Also, diere are no particular restrictions regarding die end surface finishing method, and various methods 
such as grinding or lapping can be used. Moreover, in the case in which the surface roughness of the end 
face of metal pipe 30 is held within a prescribed range even after diameter expansion, the end face finishing 
process is not absolutely necessary, and it can be omitted. 

(0052) 

Next, the diffusion bonding process will be explained. The diffusion bonding process is a process in which 
metal pipes 30, whose end internal diameters were expanded in the diameter expansion process and whose 
end faces were finished to a prescribed surface roughness in the end face finishmg process, are butted and 
like metal pipes 30 are diffusion bonded to one another. 

(0053) 

Here, as for the diffusion bonding method, there is (a) solid phase diffusion bonding that direcdy butts 
metal pipes 30 and diffuses elements while maintaining them in the solid phase, and (b) Uquid phase 
diffusion bonding that places an insert material onto the bonding boundary and diffuses elements while 
temporarily melting the insert material, and eidier mediod may be used 

(0054) 

In particular, with liquid phase diffusion bonding, joints that have strength that is equivalent to that of the 
parent material can be obtained in a short period of time in conq>arison to solid phase diffusion bonding, so 
it is ideal as a bonding method. One exanq>le of metal pipe joint 32 that is bonded through liquid phase 
diffusion bonding by placing insert material 36 on the boncting boundary of metal p^s 30 and 30 is shown 
in Figure 1 (d). 

(0055) 

Moreover, as for the conditions for diffusion bonding, an ideal range should be chosen according to the 
material of the metal pipe 30 that is used. Specifically, it should be performed under the following 

conditions. 

(0056) 

First, it is preferable for the surface roughness Rmax of the bonding surface to be less than 50 /im. If the 
surface roughness Rmax of the bonding surface exceeds 50 /mi, like metal pipes 30 will not sufficiently 
adhere at the bonding sur&ce and high bonding strength will not be obtained, so this is not desirable. From 
the perspective of obtaining high bonding strength, the smaller the surfi^ roughness Rmax is the better. 

(0057) 

Moreover, as for the insert material 36 that is used, a Ni-family alloy or Fe-family alloy that has a melting 
point that is less than 1200^C is ideal. If the melting point of insert material 36 exceeds 1200°C, a high 
bonding temperature will become necessary, which is undesirable because the parent material will be 
melted during bonding, or unbonded portions will generate because insert material 36 is not melted. 



(0058) 



Furthermore, the thickness of the insert material 36 that is used is preferably less than 100 //m If the 
thickness of the insert material 36 exceeds 100 /mi, the diffusion of elements at the bonding boundary will 
not be sufficiently performed and the bonding strength will diminish, so this is undesirable. 



(0059) 

Also, there are no particular restrictions regarding the shape of insert material 36, 
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and an insert material 36 made of foil with thickness less than 100 /rni may be placed on the bonding 
boundary. Alternatively^ it would also be acceptable to disseminate a powder or squamation insert material 
36 on Has bonding boundary, or to make it into a paste and apply it to the bonding boundary in order to 
bring the thickness to less than 100 /mL 

(0060) 

A non-oxidizing atmosphere is preferable for the bonding atmosphere. If bonding is conducted under an 
oxidizing atmosphere, the bonding boundary vicinity will oxidize and the bonding strength will diminish, 
SO this is undesirable. 

(0061) 

It is ideal for the bonding temperature to be within a range that is greater than 1250^C and less than 
1400X. If die bonding temperature is less than IZSO^'C, portions of insert material 36 will not melt, or the 
difftision of elements will not be conducted sufficiently, causing the bonding strength to diminish, so this is 
undesirable. Moreover, if the bonding temperature is greater than MOO'^C, there is the danger that the 
parent material will melt, so diis is not desirable. 

(0062) 

It is ideal for the retention time of the bonding temperature to be greater than 30 seconds and less than 300 
seconds. If the retention time is less than 30 seconds, the diffusion of elements on the bonding boundary 
will become insufficient and the bonding strength will diminish, so this is undesirable. Moreover, the 
operation efficiency will diminish if the retention time is greater than 300 seconds, so this is also 
undesirable. 

(0063) 

Furthermore, it is ideal for the pressure diat is applied to the bonding boundary to be greater than 1 .5 MPa 
and less than 5 MPa. If the appHed pressure is less than 1.5 MPa, the adherence of the bonding boundary 
will become insufficient and the bonding strength will diminish, so this is undesirable. 

(0064) 

Moreover, in method A, pipe expansion of the metal pipe joint is performed in the pipe expansion process 
described later after the metal pipes are bonded, so it would be acceptable for the junction vicinity to 
slighdy deform after bonding. However, if the sum of the increment of the internal diameter in die diameter 
expansion process and the increment of the internal diameter that originates from defonnation at the time of 
bonding exceeds the pipe expansion rate in the pipe expansion process described later, then irregularities 
will remain in the vicinity of the bonding boundary even alter pipe expansion, which becomes a cause for 
the reduction of bonding strength. Accordingly, in method A, it is ideal to configure the applied pressure to 
less than 5 MPa such that the jimction vicinity does not excessively deform. 

(0065) 

Moreover, as a heating method when performing diffusion bonding, it is possible to use various methods 
such as high frequency induction heating, high frequency direct conduction heating, or resistance heating. 
Among these, with high frequency induction heating and high frequency direct conduction heating, it is 
possible to easily heat even with a relatively large material to be bonded, the heating efficiency is high, and 
it is possible to heat to the bonding ten:9)erature in an extremely short amount of time, so they are 
particularly suitable as heating methods. 

(0066) 

However, as for the high frequency current that is used in high frequency induction heating or high 
frequency direct conduction heating, it is ideal to use a current that has frequency less than 100 kHz. If the 
frequency exceeds 100 kHz, only the surface will be heated due to the skin effect and the entire bonding 
surface will not be heated unifonnly, so this is undesirable. 



(0067) 



Next, the pipe expansion process for the metal pipe joint for pipe expansion that was obtained in this way 
will be explained. The pipe expansion process is a process in which pipe expansion is performed on the 
metal pipe joint 32 that was manufactured in the diameter expansion process, end face finishing process, 
and the diffusion bonding process described above, and the internal chamcter of metal pipe joint 32 is set to 
a uniform size. 

(0068) 

Specifically, mandrel 34 is inserted as shown in Figure 2 (a) fi-om one end of metal pipe joint 32 whose 
internal dutmeters of the junctions and non-conjugative regions are respectively d| and do, mandrel 34 is 
moved towards the other end of metal pipe joint 32 as shown in Figure 2 (b), and the internal diameter of 
metal pipe joint 32 is enlarged to d2. In the present invention, the increment of the internal diameter after 
pipe expansion with respect to the minimum value of the internal diameter of the non-conjugative regions 
prior to pipe expansion is called the pipe e3q>ansion rate, and it is defined by the following Formula 2. 

(0069) 
(Formula 2) 

Pipe e^qjansion rate (%) = (d2 - do min) x 100/do mm 
Where: 

d2: internal diameters of the non-conjugative regions after pipe expansion 

do min: miniTnum value of the internal diameters of the non-conjugative regions prior to pipe expansion 

(0070) 

Also, in the case of method A, the pipe expansion rate may be aibitrarily chosen with consideration on tiie 
deformability of metal pipe 30 and the application of metal pipe joint 32. Moreover, if the bonding 
conditions are appropriate, it is possible to highly maintain the deformability of the junction vicinity, so it is 
also possible to expand with a pipe expansion rate that is larger than the end diameter expansion rate. 
Furthermore, it would be acceptable to use the minimum expected value fi^om the specifications as the 
minimum value do mia of the internal diameter of the non-conjugative regions prior to pipe expansion, and 
the fact that an actual measurement may also be used is the same as for Formula 1. 

(0071) 

Next, the effects of method A will be explained. If the diameters of the ends of metal pipes 30 (Figure 1 
(a)) that have prescribed length and internal diameter are expanded with a prescribed end diameter 
expansion rate and a prescribed diameter expansion length Li (Figure 1 (b)), and like metal pipes 30 are 
diffusion bonded to one another after the end faces are machine finished to a prescribed surface roughness 
(Figure 1 (c)), then it is possible to obtain metal pipe joint 32 in which the internal diameters di of the 
junctions have become larger than the internal diameters do of the non-conjugative regions as shown in 
Figure 1 (d). 

(0072) 

If mandrel 34 is inserted into one end of such a metal pipe joint 32 and mandrel 34 is moved towards the 
other end, then the internal diameter of metal pipe joint 32 enlarges, and it is possible to obtain metal pipe 
joint 32 that has a constant internal diameter di as shown in Figure 2 (b). 

(0073) 

At this time, the internal diameter di of the junction prior to pipe expansion has become greater than the 
internal diameters do of the non-conjugative regions, so the plastic stress of the junction at ike time of pipe 
expansion becomes smaller than the plastic stress of the non-conjugative regions. Therefore, it becomes 
difficult for fissures to generate in the junction due to pipe expansion, even in the case in \^ch heat- 
affected zones generate at the time of diffusion bonding and the deformabihty of the junction diminishes. 

(0074) 

Moreover, because the internal diameter di of tfie junction is larger tiian the internal diameter do of non- 
conjugative regions, the deformation resistance in the junction vicinity becomes small. The quantity of 
diminution becomes larger as the internal diameter di of the junction becomes larger or the diameter 
e^ansion length Li becomes long». Therefore, the sum of the firictional resistance diat mandrel 34 



receives at the time of pipe expansion becomes small in comparison to the case in which a metal pipe joint 
that has a imiform internal diameter is expanded, and motive energy is conserved in the pipe expansion 
operation. 
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(0075) 

Furthermore, even in the case in which the exterior diameters and wall thicknesses of each metal pipe 30 
vary within die dimensional tolerance, if the internal diameters in the end vicinity of metal pipes 30 are 
expanded and they are bonded after the internal diameters of all of the metal pipes 30 are aligned, then it is 
possible to reduce the level differences that generate on the inner periphery side of the junction of metal 
pipe joint 32. Therefore, with such a metal pipe joint 32, die danger that fissures that originate from level 
differences in the junction will generate is small, even if pipe expansion is performed. Moreover, stress 
concentration and the retention of corrosive substances become unlikely, so the strength, fatigue 
characteristics, and corrosion resistance of metal pipe joint 32 diat was expanded will not diminish. 

(0076) 

Also, a diffusion bonding method is used as the bonding method in method A described above, but it would 
also be acceptable to use an arc welding method, and through this it would be possible to obtain the same 
results (called "method A'" hereafter). In this case, the internal diameters of the end vicinity of metal pipes 
30 are expanded with a prescribed end diameter expansion rate in the diameter expansion process, grooves 
are formed on metal pipes 30 in the end face finislting process, and these are butted and molten metal is 
clad in die grooves. 

(0077) 

Next, the manufacturing method of the metal pipe joint for pipe expansion of the second embodiment of the 
present invention will be explained. Figure 3 is a flow chart ^at shows the manufacturing method (called 

"method B" hereafter) of the metal pipe joint for pipe expansion of the second embodiment of the present 
invention. In Figure 3, method B comprises a diameter expansion process, a thread working process, and a 
fastening process. 

(0078) 

The diameter expansion process is a process in which, in the same manner as method A explained above, 
by enlarging only the internal diameter of the end vicinity within cylindrical metal pipe 40 as shown in 
Figure 3 (a) using an appropriate industrial tool, the metal pipe 40, in which die internal diameter of die end 
vicinity has been expanded at a prescribed end diameter expansion rate, is processed as shown in Figure 3 

(b). 

(0079) 

However, in the case of method B, it is desirable for the end diameter e3q)ansion rate to be greater than 
10%. If the end diameter expansion rate is less than 10%, the necessity to greatly plastic-deform the 
junctions in the pipe expansion process described later will arise, and if junctions that have been fastened 
through threaded connection methods are plastic-deformed, the thread will become loose and the 
airtightness will diminish, so this is undesirable. 

(0080) 

Also, (a) the fact that any material that has deformability that can withstand the pipe expansion can be used 
for metal pipe 40, (b) the fact that the expansion length Li can be arbitrarily chosen with consideration on 
sinq)Hcity of processing of metal pipe 40, and (c) the fact that various methods can be used for the diameter 
expansion method are all the same as method A described above. 

(0081) 

Next, in the thread working process, external thread 40a is formed on the end of metal pipe 40 whose end 
internal diameter was expanded in the diameter expansion process, as shown in Figure 3 (c). Also, in the 
case of threaded connection mediods, the load diat can support the junctions is dependant upon the lengdi 
Lz of the thread, so it is possible to arbitrarily establish thread lengdi hi according to the characteristics 
required by metal pipe joint 42. 



(0082) 



Next, the fastening process is a process in which like metal pipes 40, whose end internal diameters were 
expanded in the diameter expansion process and external diread 40a was established on the ends in the 
thread working process, are fastened to one another using coupling 44, Internal thread 44a that can screw 
into external thread 40a that was formed on metal pipes 40 is formed on coupling 44. Metal pipe joint 42 
that was obtained in this way is shown in Figure 3 (d). 

(0083) 

The manufactured metal pipe joint 42 is expanded in the same manner as with metal pipe joint 32 that was 
obtained through method A, and the internal diameter of metal pipe joint 42 is enlarged to the uniform size 
d2. Specifically, mandrel 34 is inserted from one end of metal pipe joint 42 as shown in Figure 4 (a), and 
the internal diameter of metal pipe joint 42 is expanded with a prescribed pipe expansion rate by moving 
mandrel 34 towards the other end of metal pipe joint 42, as shown in Figure 4 (b). 

(0084) 

Here, in the case of method B, it is desirable to perform the pipe expansion of metal pipe joint 42 with a 
pipe expansion rate that is less than the end diameter expansion rate of metal pipe 40. If the pipe expansion 
rate exceeds the end diameter expansion rate, there is the danger that the junction will plastic-deform and 
the threads wiU become loose at flie time of pipe expansion, so this is undesirable. Moreover, the junction 
vicinity is thick-walled because there is the coupling 44. Therefore, expanding pipe with a pipe expansion 
rate that exceeds the end diameter expansion rate invites the increase of deformation resistance and a 
smooth pipe expansion operation becomes difficult, so this is undesirable. 

(0085) 

Next, the effects of method B will be explained. If the internal diameters of the end vicinity of metal pipes 
40 are expanded in advance such that the end diameter expansion rate is greater than 10%, and like metol 
pipes 40 are bonded to one another through a threaded connection method, then it is possible to easily 
obtain metal pipe joint 42 in which the internal diameter di of the junction has become larger than the 
internal diameter do of &e non-conjugative regions. 

(0086) 

If metkl pipe joint 42 that was obtained in this way is expanded using a mandrel, for example, the 
deformation resistance of the junction vicinity becomes small in the same manner as with method A. 
Therefore, motive energy in the pipe expansion operation can be conserved in comparison to the case in 
which a metal pipe joint that has a uniform internal diameter is expanded In addition, pipe expansion is 
performed with a pipe expansion rate that is less than the end diameter expansion rate, so the problem that 
is specific to threaded connection methods - flie decrease of airtightness that originates in the thread 
plastic-deformation - is solved. 

(0087) 

Next, the manufacturing method of a metal pipe joint for pipe expansion of the third embodiment of the 
present invention will be explained. Figure 5 (a) - (c) is a flow chart that shows the manufacturing method 
of a metal pipe joint for pipe e?q}ansion of the third embodiment of the present invention (called "method 
C hereafter). 

(0088) 

In the case of method C, the fact that any material that has deformability that can withstand the pipe 
expansion can be used for metal pipe 50 is the same as with method A. However, it differs from method A 
in that the ends of cylindrical metal pipes 50 are not expanded, but rather diffusion bonding is performed as 
they are, and the junction vicinity is deformed into a barrel shape at die time of diffusion bonding. 

(0089) 

Stated simply, the diameter of the end of cylindrical metal pipe 50 such as that shown in Figure 5 (a) is not 
expanded, 
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but instead they are butted and pressurized as they are (Figure 5 (b)), and the junction vicinity is heated 
through heat source 54. Also, as for the bonding method, a liquid phase diffusion bonding method that 
perfonns bonding by placing insert material 36 on the bonding boundary as shown in Figure 5 (b) may be 
used, or a solid phase diffusion bonding method that does not use insert material 36 may also be used. 

(0090) 

At (his time, if the bonding conditions are appropriate, the bonding boundary vicinity is deformed into a 
barrel shape at the same time that diffusion bonding progresses on tiie bonding boundary, and it is possible 
to obtain metal pipe joint 52 in which the internal diameter d(3j of the jxmction has become larger than the 
internal diameter do of the non-conjugative regions as in Figure 5 (c). In the present invention, the 
increment of the intemal diameter of toe junction after diffusion bonding with respect to the minimum 
value of the intemal diameter of the non-conjugative regions of the metal pipe is called the lateral 
expansion rate, and it is defined by the following Formula 3. 

(0091) 
(Formula 3) 

Lateral expansion rate = d>/do mb 
Where: 

D3: Intemal diameter of the junction 

do mm: Minimum value of the intemal diameter of the non-conjugative regions 
(0092) 

In the case of method C, it is desirable for the lateral expansion rate to be greater than 1.04. If the lateral 
expansion rate is less than 1.04, there is the danger that the necessity to greatly plastic-deform the junction 
will arise in the pipe expansion process described later and fissures will generate in the junction, so this is 
undesirable. 

(0093) 

Also, it would be acceptable to use the minimum CTqjectcd value from the specifications as the minimum 
value do mm of the intemal diameter of the non-conjugative regions, and the fact that an actual measurement 
may also be xised is the same as for Formula 1 . Moreover, from the perspective reducing the plastic stress 
of tfic junction at the time of pipe expansion and restricting the generation of fissures, the larger the lateral 
expansion rate is the better. Furthermore, from the perspective of making the deformation resistance small 
in the pipe expansion process, the longer the length (called the "expansion length" hereafter, expressed by 
"L3" within Figure 5 (c)) of the portion whose intemal diameter was increased through diffusion bonding is 
the better. 

(0094) 

Moreover, in the case of method C, it is necessary to actively plastic-deform the bonding boundary vicinity 
at the time of diffusion bonding, so with regard to the diffusion bonding conditions, it is necessary to select 
conditions obtained from the required lateral expansion rate, for example. Specifically, bonding should be 
performed under the following conditions. 

(0095) 

Simply stated, it is ideal for the bonding temperature to be within a range that is greater than 1250°C and 
less than 1400°C. If the bondmg temperature is less than 1250°C, portions of insert material 36 will not 
melt, or the dififtxsion of elements will not be conducted sufficiently, causing the bonding strength to 
diminish. Moreover, if the bonding tenqjerature is too low, the deformation resistance of metal pipe 50 will 
become large and the prescribed lateral expansion rate will not be obtained, so this is undesirable. 
Furthermore, if the bonding temperature is greater than MOO^'C, there is the danger that the parent material 
will melt, so this is also undesirable. 



(0096) 



It is ideal for the retention time of the bonding teitq>erature to be greater than 60 seconds. If the retention 
time is less than 60 seconds, it will not be possible to obtain a large lateral expansion rate, so this is 
undesirable. Also, from the perspective of making the lateral expansion rate large, the longer the retention 
time is the better, so the retention time should be adjusted such that the prescribed lateral expansion rate is 
obtained. 

(0097) 

Moreover, it is ideal for the pressure that is applied to the bonding boundary to be greater than 2 MPa. If 
the appUed pressure is less than 2 MPa, it will not be possible to obtain a large lateral expansion rate, so 
fliis is undesirable. Also, in the case of method C, from the perspective of making the lateral expansion rate 
large, the greater the applied pressure is the better, and it may even be greater than 5 MPa. However, if the 
lateral expansion rate exceeds the pipe expansion rate, irregularities will remain in the bonding boundary 
vicinity even after pipe e^ansion, and the bonding strength will diminish. Accordingly, it is desirable to 
adjust the applied pressure such that the lateral expansion rate is less than the pipe expansion rate. 

(0098) 

Furthermore, it is desirable for the heating width of the junction vicinity to be greater than 20 mm. If the 
heating width is less than 20 mm, the lateral expansion rate will become small and the expansion length L3 
will become short, so this is undesirable. From the perspective of making the deformation resistance at the 
time of pipe expansion small, the larger the lateral e^qiansion rate and the longer the e3q;)ansion length L3 is 
die better, and therefore, it is better for the heating width to be long. 

(0099) 

Also, (a) the fact that it is desirable for the surface roughness Rmax of the bonding surface to be less than 
50 fim, (b) the fact that a Ni-family alloy or an Fe-family alloy of thickness less than 100 /mi whose melting 
point is less than 1200**C is preferable, and (c) the fact that there are no particular restrictions with regard to 
the shaped of insert material, and it is possible to use a foil, a powder, or a squaraation insert material are 
all the same as with method A. 

Moreover, (a) the fact that a non-oxidizing atmosphere is preferable for the bonding atmosphere, and (b) 
the fact that high frequency induction heating or high frequency direct conduction heating that uses a high 
frequency current with a frequency less dian 100 kHz is preferable for the heat source when performing 
diffrision bonding are also both the same as with method A. 

(0101) 

Next, pipe expansion is performed on metal pipe joint 52 that was manxifactured as described above and 
has a prescribed lateral expansion rate. Specifically, mandrel 34 is inserted from one end of metal pipe joint 
52 as shown in Figure 5 (d), and mandrel 34 is then moved towards the other end of metal pipe joint 52. 

(0102) 

Also, (a) the fiact that the pipe expansion rate may be arbitrarily chosen with consideration upon the 
deformability of metal pipe 50 and the application of metal pipe joint 52, and (b) the feet that it is possible 
to highly maintain the deformability of tiiie junction vicinity if the bonding conditions are appropriate, so it 
is possible to perform pipe expansion with a pipe expansion rate that is greater than the end diameter 
e?q)ansion rate are both ^e same as with metixod A. 

(0103) 

Next, the effects of method C will be explained. If metal pipes 50 whose end internal diameters have not 
been expanded are butted, and the junction vicinity is actively plastic-deformed while like metal pipes 50 
are difliosion bonded to one another, then it is possible to easily obtain metal pipe joint 52 in which the 
internal diameter dj of the junction has become larger than the internal diameter do of the non-conjugative 
regions. 



(0104) 



If a metal pipe joint 52 that was obtained in this way is expanded using a mandrel for example, tiie 
deformation resistance of the junction vicinity becomes small in the same manner as with method A. 
Tlierefore, in con^arison to the case in which a metal pipe joint that has a uniform internal diameter is 
expanded. 
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it is possible to perform the pipe expansion operation smoothly, and it is also possible to conserve motive 
energy in the pipe expansion operation. 

(0105) 

Moreover, because the internal diameter of the junction has become larger, it is possible to reduce the 
plastic stress of tiie junction at the time of pipe expansion. Therefore, as with method A, even in the case in 
which heat-affected regions generate in the junction vicinity and the deformability is diminished, the 
generation of fissures in the junction due to pipe expansion becomes unlikely, and it is possible to obtain a 
metal pipe joint that is superior with respect to strength and aiitightness. 

(0106) 

(Embodiment 1) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from 
American Petroleum Institution Grade H40 (this is notated as "API H40" hereafter) with an external 
diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for the metal pipe, and the 
end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 5%. 

(0107) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 //m, a Ni-family alloy foil with melting point of 1050°C and thickness of 50 fjm that has a 
conposition equivalent to JIS BNi-3 was placed on the bonding boundary of the metal pipe, and Uquid 
phase diffusion bonding was performed. Furthermore, the obtained metal p^e joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0108) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such diat the 
bonding temperature was i300°C, the retention time was 180 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an At atmosphere. 

(0109) 

(Embodiments 2-3, Comparative Examples 1, 2) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Con:5>arative 
Exan:q)le 1), 3% (Conq>arative Exan^le 2), 20% (Embodiment 2), and 25% (Embodiment 3), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procedures as with Erhbodiment 1. 

(0110) 

With respect to the metal pipe joints that were obtained in Embodiments 1-3 and Comparative Examples 1 
- 2, the maximum value of Uie level differences that generated on the inner periphery side of the junctions 
after bonding (this is simply called the ''maximum level difference" hereafter) was measured. Moreover, a 
penetrant test was performed with respect to the junction surface after pipe expansion, and the presence of 
cracks was investigated. Furthermore, after the level differences alone that generated on the external 
periphery of the expanded joint were grinded with a grinder and set to less than 0.5 mm, an API 1 104 
specimen was extracted from this joint and tensile tests were conducted. The results are shown in Table 1 . 



(0111) 
(Table 1) 
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(0112) 

In Comparative Example 1 in which the end diameter expansion rate was taken to be 0%, the maximum 
level difference reached 4 mm. Moreover, multiple fissures were recognized in the penetrant test after pipe 
expansion. Furthermore, the tensile strength exhibited low strength of 283 MPa, and the specimen broke 
away from the bonding boundary. 



(0113) 

In Comparative Example 2 in which flie end diameter expansion rate was taken to be 3%, the maxmmmi 
level difference fell to 1 mm. Moreover, significant fissures were recognized in the jimction in the 
penetrant test after p^ expansion, but the number of fissures was less than in Comparative Exaxaplt 1. 



Accordingly, the tensile strength iniproved to 467 MPa, but the specimen broke away from the bonding 
boundary. 

(0114) 

In contrast to this, in Embodiments 1 , 2» and 3 in which the end diameter expansion rates were respectively 
taken to be 5%, 20%, and 25%, the maximum level differences all fell to 0.5 mm. Moreover, no fissures 
were recognized on Ae bonding boundary in the penetrant tests following pipe expansion in any of the 
embodiments. Furthermore, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0115) 

From the above results, it became dear that if the end internal diameter of the metal pipe is expanded 
before the metal pipes are bonded such that a value greater than the prescribed end diameter expansion rate 
is achieved, it is possible to make die maximum level difference small. Moreover, it became clear that the 
greater the end diameter expansion rate is made, the more difficult it will be for fissures to generate in the 
junction at the time of pipe expansion, and a metal pipe joint with higher bonding strength can be obtained. 

(0116) 

(Embodiment 4) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end intemal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 15%. 
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(0117) 

Next, the end face of the e}q)anded metal pipe was finished such that the surface roughness Rmax is less 
than 30 //m, an Fc-3B-3Si-lC alloy foil with melting point of OOO^'C and thickness of 40 /nn was placed 
on the bonding boundary of the metal pipe, and liquid phase diffusion bonding was performed. 
Furthermore, tiie obtained metal pipe joint was expanded using a mandrel such that the pipe expansion rate 
was 25%. 

(0118) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1250*^C, the retention time was 60 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0119) 

(Embodiment 5) 

A Ni-^ily alloy foil with a melting pomt of 1 HO^'C and thickness of 40 fim that has a conqsosition 
equivalent to JIS BNi-5 was used as an insert material, and apart from retaming for 120 seconds at 1300°C, 
the manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 4. 

(0120) 

(Embodiment 6) 

A Ni-family alloy foil with a melting point of 1 140''C and thickness of 40 fim that has a con:q)osition 
equivalent to JIS BNi-5 was used as an insert material, and apart from setting the bonding ten^erature to 
1400°C and the retention time to 300 seconds, the manufacturing and expansion of the metal pipe joint 
were performed in accordance with the same procedures as with Embodiment 4. 

(0121) 

(Conq>arative Example 3) 

An Fe-2B-lSi alloy foil with a melting point of 1 290*^0 and thickness of 40 ^m was used as an insert 
material, and apart from setting the bonding temperature to 1400**^ the retention time to 300 seconds, and 
the apphed pressure to 5 MPa, the manufacturing and expansion of the metal pipe joint were perfonned in 
accordance with the same procedures as with Embodiment 4. 

(0122) 

Wi& respect to the metal pipe joints that were obtained in Embodiments 4-6 and Conq>arative Example 3, 
maximum level difference tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1. The results are shown in Table 2. 



(0123) 
(Table 2) 
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(0124) 

In Con^arative Example 3 in which an insert material with a melting point of 1290°C was used, although 
the retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, the tensile strength was 417 MPa and the specimen broke away from 
the bonding boundary. This is thought to have been because the diffusion of elements is not sufficiently 
performed on the bonding boundary because the melting point of the insert material is high, and thtis the 
deformability of the bonding boundary vicinity is diminished. 



(0125) 



In contrast to this, in Embodiment 4 in which an insert material with a melting point of 1200°C was used, 
and in Embodiments 5 and 6 in which an insert material with a melting point of 1 140''C was used, no 
fissures were recognized on the bonding boundary in the penetrant test following pipe expansion for any of 
the embodiments. Moreover, the bonding strengths all exhibited strengths greater th^ 700 MPa, which is 
equivalent to diat of the parent material^ and the specimens broke away from the parent material side. 

(0126) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 3-6 
and Comparative £xanq)lc 3, so all of the maximum level differences were 0.5 mm. 

(0127) 

From the above results, it became clear that if an insert material with a melting point that is less than 
1200X is used in the case in which metal pipes are liquid phase diffusion bonded, then fissures will not 
generate on the junction following pipe expansion and metal pipe joints with high bond strength can be 
obtained. 

(0128) 

(Embodiment 7) 

Pipe e^^amion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 wi^ an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe. 
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and the end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 
15%. 

(0129) 

Next, the end face of the expanded metal pipe was fmished such that the surface roughness Rmax is less 
than 30 /im, a squamation Ni-family alloy with a melting point of 1 140°C that has a composition equivalent 
to JIS BNi-S was placed on the bonding boundary of the metal pipe such that the thickness was 100 /mi, 
and liquid phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was 
expanded using a mandrel such that the pipe e3q}ansion rate was 25%. 

(0130) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating metiliod for the junction. Moreover, the bonding conditions were such ^t the 
bonding temperature was 1300°C, the retention time was 180 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0131) 

(Embodiment 8) 

A Ni-family alloy powder that has a conq)osition equivalent to JIS BNi-5 was used as an insert material, 
and this was placed on the bonding boundary of the metal pipe such that the thickness was 30 fim. Apart 
from retaining for 60 seconds at the bonding tentqperature, the manu&cturing and expansion of the metal 
pipe joint were performed in accordance with the same procedures as with Embodiment 7. 

(0132) 

(Embodiment 9) 

A Ni-family alloy foil with thickness of 40 //m that has a con:q)Osition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1250°C and the retention time to 60 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as witiii Embodiment 7. 

(0133) 

(Comparative Example 4) 

A Ni-family alloy foil with thickness of 200 //m that has a conq)osition equivalrat to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1400**C and the retention time to 300 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0134) 

(Con^arative Exanple 5) 

A Ni-family alloy foil with thickness of 40 //m that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1450°C and the retention time to 60 
seconds, the manu&cturing and expansion of die metal pipe joint were performed in accordance wi^ the 
same procedures as with Embodiment 7. 

(0135) 

With respect to the metal pipe joints that were obtained in Embodiments 7-9 and Comparative Exanq>les 4 
- 5, maximum level difTerence tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1. The results are shown in Table 3. 



(0136) 
(Table 3) 



(14) Japanese Unexamined Patent Application 2000-107870 



[see source for numbers and English] 



Test Number 


Comparative 
Example 4 


Embodiment 

7 


Embodiment 

Q 

o 


Enibodiment 
o 


Con[q)arative 
example j 


Steel 
Pipe 


Material 












Dimensions 


External 
Diameter 
(Inches) 












Wall 
Thickness 
(Inches) 












End] 


Diameter Expansion Rate 
(%) 












Bonding Surface Roughness 
(Rmax:mn) 












Insert Material 


Material 












Melting Point 

rc) 












Thickness 
Onn) 












Form 


Foil 


Squamation 


Powder 


Foil 


Foil 


Bonding Temperature CC) 












Retention Time (s) 












Applied Pressure (MPa) 












Bonding Atmosphere 












Heating Method for the 
Junction 


High 
Frequency 
Induction 
Heating 
Method 


High 
Frequency 
Induction 
Heating 
Method 


High 
Frequency 
Induction 
Heating 
Method 


High 
Frequency 
Induction 
Heating 
Method 
(3 kHz) 


High 
Frequency 
Induction 
Heating 
Metnoa 
(3 kHz) 


Maximum Level Difference of 

the Junction (mm) 












Pipe Expansion Rate (%) 












Results of Junction Surface 
Penetrant Test 


Cracks 
Present 


No Cracks 


No Cracks 


No Cracks 


Cracks 
Present 


Tensile Test 
Results 


Tensile 
Strength 
(MPa) 












Break 

Location 


Bonding 
Boundary 


Parent 
Material 


Parent 
Material 


Parent 
Material 


Bonding 
Boundary 


Comprehensive Evaluation 













(0137) 

In Comparative Example 4 in which the thickness of the insert material was taken as 200 pcm, although the 
retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, the tensile strength was 588 MPa, and the specimen broke away from 
the bonding boundary. This is thought to have been because the elements contained in the insert material 
were not sufficiently diffused because the insert material was thick, and thus the defonnabiUty of the 
bonding boundary vicinity was diminished. 



(0138) 



Moreover, in Comparative Example 5 in which the bonding temperature was taken as 1450*C, melting 
damage occurred in the junction vicinity. Also, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Furthermore, tiie tensile strength was 657 MPa, and the specimen broke away 
from the bonding boundary. 

(0139) 

hi contrast to this, in Embodiments 7, 8, and 9 in which the thickness of the insert material was set below 
100 /rni and the bondmg temperature was set below 1400^C, no melting damage was recognized in any of 
the junctions, and no fissures were recognized on the bonding boundary in the penetrant test following pipe 
expansion for any of the embodiments. Moreover, the bonding strengths ail exhibited strengths greater than 
700 MPa, which is equivalent to that of the parent material, and the specimens broke away from the parent 
material side. 

(0140) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 7-9 
and Conq)arative Exan^les 4 - 5, so all of the maximum level differences were 0.5 tam. 

(0141) 

From the above results, it became clear that if the vwdth of the insert material is set to 100 fim m the case m 
which metal pipes are liquid phase diffusion bonded, then fissures will not generate on the junction 
following pipe expansion and metal pipe joints with high bond strength can be obtained. Moreover, it also 
became clear that it is necessary to set the bonding temperature to less than 1400°C in order to suppress 
melting dantiage of the junction. 
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(0142) 

(Embodiment 10) 

Pipe expansion was perfonned on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.23 1 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 15%. 

(0143) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 //m, a Ni-family alloy foil with a melting point of 1 140°C and thickness of 40 /mi that has a 
conq)osition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0144) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the jimction. Moreover, the bonding conditions were such tbat the 
bonding temperature was 1400°C, the retention time was 30 seconds, and the applied pressure was 5 MPa, 
and bonding was performed in an Ar atmosphere. 

(0145) 

(Embodiment 11) 

Apart from setting the retention time at the bonding tenqserature to 300 seconds and the applied pressure to 
1.5 MPa, the manufacturing and e7q;>ansion of the metal pipe joint were perfonned in accordance with the 
same procedures as with Embodiment 10. 

(0146) 

(Conq)arative Example 6) 

Apart from setting the retention time at the bonding temperature to 15 seconds, the manufecturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as with 
Embodiment 10. 

(0147) 

(Conq>arative Example 7) 

A Ni-family alloy foil with thickness of 30 /im that has a con^sition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the retention time at die bonding temperature to 300 seconds and 
the applied pressure to 1 MPa, the manufacturing and expansion of the metal pipe joint were performed in 
accordance with the same procedures as with Embodiment 10. 

(0148) 

(Conq)arative Exanplc 8) 

Apart from setting the bonding temperature to 1250*C, the retention time to 300 seconds, and the applied 
pressure to 7 MPa, the manufacturing and expansion of the metal pipe joint were performed in accordance 
with the same procedures as with Embodiment 10. 

(0149) 

With respect to the metal pipe joints that were obtained in Embodiments 10-11 and Comparative 
Examples 6-8, maximum level difference tests, penetrant tests, and tensile tests were conducted in 
accordance with the same procedures as with Etxd)odiment 1 . The results are shown in Table 4. 



(0150) 
(Table 4) 
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(0151) , , 

In Conqjarative Example 6 in which the retention time at Ae bonding temperature was taken as 15 seconds, 
fissures were recognized in the junction in Ae penetrant test following pipe expansion. Moreover, the 
tensile strength was 563 MPa, and die specimen broke away from the bonding boundary. This is thought to 
have been because the diffusion of elements was not sufficiently performed because the retention time was 
short, and dius the defonnability of the bonding boundary vicinity was diminished. 



Moreover, in Conq)arative Exang)le 7 in which the apphed pressure was taken as 1 MPa, although the 
retention time at the bonding temperature was taken as 3(M) seconds, fissures were recognized in the 



junction in the penetrant test following pipe expansion. Also, the tensile strength was 628 MPa. and the 
specimen broke away &om the bonding boundary. This is thought to have been because the bonding 
boundary did not sufficiently adhere and partially unbonded portions generated because the appHed 
pressure was low, and therefore the deformability of the entire bonding boundary was diminished. 



Furthermore, in Comparative Exan5}le 8 in which the appUed pressure was taken as 7 MPa, although tfie 
bonding temperature was reduced to 1250^C, excessive deformation occurred in the junction vicinity. 
Moreover, fissures were recognized in the junction in the penetrant test following pipe expansion. 
Furthermore, the tensile strength was 687 MPa, and flie specimen broke away from the bonding boundary. 



In contrast to tiiis, in Embodiment 10 in which the applied pressure was set to 5 MPa and the retention time 
was set to 30 seconds, and in Embodiment 1 1 in which the apphed pressure was set to 1 .5 MPa and the 
retention time was set to 300 seconds, no fissures were recognized on the bonding boundaiy in the 
penetrant test following pipe expansion for either of the embodiments. Moreover, the bonding strengtiis 
both exhibited strengths greater than 700 MPa, which is equivalent to that of the parent material, and the 
specimens broke away from the parent material side. 
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Also, all of the end diameter e?q)ansion rates of the metal pipes were taken to be 1 5% in Embodiments 10 - 
1 1 and Conq>arative Examples 6 - 8, so all of the maximum level differences were 0.5 mm. 

(0156) 

From the above results, it became clear that if the applied pressure is set greater than 1 .5 MPa and less than 
5 MPa in the case in which metal pipes are liquid phase difftision bonded, then fissures will not generate on 
the junction following pipe expansion and metal pipe joints with high bond strength can be obtained. 

(0157) 

(Embodiment 12) 

Pipe expansion was performed on a metal pipe joint using method A. A steel pipe was used with an 
external diameter of 10.75 inches (269 mm) and wall thickness 0.5 inches (13 mm) made from American 
Petroleum Institution Grade LC52-1200 (called "LC52-1200" hereafter), which is a type of martensitic 
stainless steel, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 15%. 

(0158) 

Next, die end face of the expanded steel pipe was finished such that the surface roughness Rmax is less 
than 50 fan, a Ni-family alloy foil with melting point of 1 140*C and thickness of 40 pim that has a 
con^osition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase difRision bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0159) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1300°C, the retention time was 120 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0160) 

(Embodiment 13) 

Apart from setting the bonding temperature to HSO'^C, the retention time to 210 seconds, the applied 
pressure to 3.5 MPa, and the frequency of the high frequency current that flows through the induction coil 
to 100 kHz, the manufacturing and expansion of the metal pipe joint were performed in accordance with 
the same procedures as with Embodiment 12. 

(0161) 

(Embodiment 14) 

Apart from setting the bonding temperature to USO^'C, the retention time to 210 seconds, the applied 
pressure to 3.5 MPa, and performing bonding with a high frequency direct conduction heating method that 
uses a high frequency current with fi^uency of 25 kHz, the manufacturing and expansion of the metal pipe 
joint were performed in accordance with the same procedures as with Embodiment 12. 

(0162) 

(Conq)arative Example 9) 

Apart from setting the surface roughness Rmax of the bonding surface to 100 /nn, the bonding temperature 
to 1400°C, and the retention time to 300 seconds, the manufacturing and expansion of the metal pipe joint 
were performed in accordance with the same procedures as with Embodiment 12. 

(0163) 

(Con^arative Example 10) 

Apart from setting the retention time at die bonding temperature to 300 seconds, the applied pressure to 5 
MPa, and the frequency of the high frequency current that flows through the induction coil to 400 kHz, the 



manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 12. 

(0164) 

Witii respect to the metal pipe joints that were obtained in Embodiments 12 - 14 and Comparative 
Exan^les 9-10, maximum level difference tests, penetrant tests, and tensile tests were conducted in 
accordance with the same procedures as with Embodiment 1. The results are shown in Table 5. 



(0165) 
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In Con5)arativc Example 9 in which the surface roughness Rmax of the bonding boundary was set to 
100 ;mi, although diffusion bonding was performed under conditions of relatively high temperature, high 
pressure, and long time, fissures were recognized in the junction in the penetrant test following pipe 
expansion. Moreover, the tensile strengft was 477 MPa, and the specimen broke away from the bonding 
boundary. This is thought to have been because it was not possible to fill with melted Ni alloy the 
irregularities that were present on the bonding boundary because the surfece texture was rough, and 
tfiereforc the deformability of the entire bonding boun^ry was diminished. 



(0167) 



Likewise, in Conparative Bxzmplt 10 in which induction heating was perfonned using a high frequency 
current with a frequency of 400 MPa [sic], although diffusion bonding was performed under conditions of 
relatively high temperature, high pressure, and long time, fissures were recognized in the junction in the 
penetrant test following pipe expansion. Moreover, the tensile strength was 43 1 MPa, and the specimen 
broke away from the bonding boundary. This is thought to have been because the entire bonding boundary 
did not heat uniformly and unbonded portions generated on the inner periphery side of the metal pipe 
because the frequency was high, and dierefore the deformability of the entire bonding boundary was 
diminished 

(0168) 

In contrast to this, in Embodiments 12 - 14 in which the surface roughness Rmax of the bonding boundary 
was set to 50 fim and a high frequency current with a frequency less than 100 kHz was used, no fissures 
were recognized on the bonding boimdary in the penetrant test following pipe expansion for any of the 
embodiments. Moreover, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0169) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 12 - 
14 and Conq)arative Examples 9 - 10, so all of the maximum level differences were 0.5 mm. 
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(0170) 

From the above results, it became clear that if the surface roughness Rmax of the bonding boundary is set 
to 50 ^ in the case in which metal pipes are liquid phase diffusion bonded, then fissures will not generate 
on the junction following pipe expansion and metal pipe joints with high bond strength can be obtained. 
Moreover, it became clear that if the frequency of the high frequency current is set below 100 kHz in the 
case in which the bonding boundary is heated through high frequency induction heating or high frequency 
direct conduction heating, it is possible to restrain the reduction of deformabiUty that originates from the 
generation of unbonded portions. 

(0171) 

(Embodiment 15) 

Pipe expansion was performed on a metal pipe joint using method B. A carbon steel pipe made from API 
40H with an extemal diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 10%. 

(0172) 

Next, external thread was established on the end faces of the expanded metal pipes, and like metal pipes 
were fastened to one another with a coupling that has internal thread that can screw into this external 
thread. Furthermore, the obtained metal pipe joint was expanded using a mandrel such that the pipe 
expansion rate was 10%. 

(0173) 

(Embodiment 16) 

Apart from setting the end diameter expansion rate of the metal pipe to 25% and e)q[>andmg the metal pipe 
joint with a 25% pipe expansion rate, ^e manufacturing and expansion of the metal pipe joint were 
perfomned in accordance with the same procedures as with Embodiment 15. 

(0174) 

(Embodiment 16 [sic]) 

Apart from using as the metal pipe a steel pipe made from LC52-1200 with an extemal diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 25%, 
and expanding the metal pipe joint with a 25% pipe e?q)ansion rate, the manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0175) 

(Conq)arativc Exanq>le 11) 

Apart from setting the end diameter expansion rate of the metal pipe to 0%, the manufacturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as wi& 
Enibodiment 15. 

(0176) 

(Conq>arative Example 12) 

Apart from using as the metal pipe a steel pipe made from LC52-1200 with an external diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 15%, 
and expanding the metal pipe joint with a 25% pipe expansion rate, the manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0177) 

Hydraulic pressure tests were conducted with respect to each of the metal pipe joints that were obtained in 
Embodiments 15-17 and Comparative Exan5>les 11-12. The results are shown in Table 6. 



(0178) 
(Table 6) 



[see source for numbers and English] 



Test Number 


Conq)arative 
Example 1 1 


Embodiment 
15 


Embodiment 
16 


Embodiment 
17 


Conq}arative 
Example 12 


Steel 
Pipe 


Material 












Dimensions 


External 
Diameter 

(Inches) 












Wall 
Thickness 
(Inches) 












End Diameter Expansion Rate 
{%) 












Pipe Expansion Rate (%) 












Hydraulic Pressure Test 
Pressure (psi) 












Hydraulic Pressure Test Results 


Leak 
Generation 


Satisfactory 


Satisfactory 


Satisfactory 


Leak 
Generation 


Comprehensive Evaluation 













(0179) 

With respect to Comparative Exanq)le 1 1 in which the end diameter expansion rate was set to 0% and the 
metal pipe joint was expanded with a 10% pipe expansion rate, water leaks generated from the junction 
after having performed a hydraulic pressure test with 2100 psi pressure. 



(0180) 

In contrast to this, in Embodiment 15 in which boih the end diameter expansion rate and the pipe expansion 
rate were set to 1 0%, and in Enibodiment 1 6 in which both the end diameter expansion rate and the pipe 
expansion rate were set to 25%, water leaks did not generate from either of the junctions even when 
hydraulic pressure tests were performed with 2100 psi pressure. 

(0181) 

Moreover, with respect to Comparative Example 12 in which the end diameter expansion rate was set to 
15% and die metal pipe joint was expanded with a 20% pipe expansion rate, water leaks generated from the 
junction after having performed a hydraulic pressure test with 3000 psi pressure. 

(0182) 

In contrast to this, in Embodiment 17 in which both the end diameter e7q}ansion rate and the pipe expansion 
rate were set to 25%, water leaks did not generate from the junction even when a hydraulic pressure test 
was performed with 3000 psi pressure, and a satisfactory metal pipe joint was obtained. 

(0183) 

From the above results, it became clear that, in tfie case in which a metal pipe joint that was bonded with a 
threaded connection method is expanded, if pipe expansion is performed with a pipe expansion rate that is 
less than the end diameter expansion rate, a metal pipe joint that is superior with respect to airtightness can 
be obtained. 

(0184) 

(Embodiment 18) 

Pipe expansion was performed on a metal pipe joint using method C. A steel pipe made from STKM12B 
(JIS G3445) with an external diameter of 140 mm and wall thickness of 7 ram was used for the metal pipe. 
The end face of this steel pipe was finished such that the surface roughness Rmax is less than 30 fan, a Ni- 
funily alloy foil with a melting point of 1050X and thickness of 50 fim that has a con^osition equivalent 
to JIS BNi-3 was placed on the bonding boundary, and diffusion bonding was performed. Furthermore, the 



obtained metal pipe joint was e?qpanded with a mandrel such that the pipe expansion rate was between S - 

25%. 



(0185) 

Also, a high frequency induction heating method that used a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction, and two types of coils were used for the heating coils 
- a coil in which the heating width is 20 mm, and a coil in which the heating width is 40 nun. 
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(0188) 

It can be seen from Table 7 that the expansion length becomes longer as a heating coil with a long heating 
width is used. In other words, it can be seen that the expansion length becomes 40 - 50 mm if the heating 
width is set to 20 mm, and the expansion length becomes 80 - 90 mm if the heating width is set to 40 mm. 

(0189) 

Moreover, it can be seen from Table 7 that, in the case in which the expansion length is set between 40 - 50 
nun, a metal pipe joint is obtained in which pipe e^ansion can be perfoimed with a larger pipe expansion 
rate as &e lateral e?q>ansion rate becomes larger. 

(0190) 

Stated sinq)ly, in the case in which the lateral e?q)ansion rate is 1.00, cracks already generated on the 
bonding boundary when the pipe expansion rate was 10%, and a sound metal pipe joint was not obtained 
(Test Number 1). When the lateral expansion rate was set to 1.02, a sound metal pipe joint was obtained in 
the case in which the pipe expansion rate was less than 15%, but fissures generated in the junction when the 
pipe expansion rate was greater than 20% (Test Number 3). 

(0191) 

In contrast to this, when the lateral expansion rate was set greater than 1.04 (Test Numbers 5, 7, 9, and 1 i), 
no fissures generated in the junctions even when the pipe expansion rate was set to 20%, and sound metal 
pipe joints that have strengths equivalent to the parent material were obtained. 

(0192) 

The case in which the expansion length was set between 80 - 90 mm was the same, and it can be seen that a 
metal pipe joint is obtained in which pipe expansion can be performed with a larger pipe expansion rate as 
the lateral expansion rate becomes larger (Test Numbers 2, 4, 6, 8, 10). 

(0193) 

Furthermore, it can be seen from Table 7 that, in the case in which the lateral expansion rate is made to be 
uniform, there is a tendency for metal pipe joints to be obtained that can withstand pipe expansion with a 
larger pipe expansion rate as the expansion length becomes longer. In other words, in the case in which the 
lateral expansion rate was 1.02 and the expansion length was 40 mm, fissures generated in the junction 
when pipe expansion was performed with a pipe expansion rate of 20% (Test Number 3). On the other 
hand, in the case in which the expansion length was set to 80 mm, no fissures generated in the joint even 
when pipe expansion was performed with a pipe expansion rate of 20%, and a sound joint that has strength 
equivalent to the parent material was obtained (Test Number 4). 

(0194) 

Likewise, in the case in which the lateral expansion rate was 1 .04 and the expansion length was 45 mm, 
fissures generated in the junction when pipe expansion was performed with a pipe expansion rate of 25% 
(Test Number 5). On the other hand, in the case in \^ch the expansion length was set to 90 mm, no 
fissures generated in the junction even when pipe expansion was performed with a pipe expansion rate of 
25%, and a sound joint that has the strength equivalent to the parent material was obtained (Test 
Nuniber 6). 

(0195) 

From the above results, it became clear that if metal pipes whose ends have not been expanded are butted 
and the bonding boundary vicinity is deformed into a barrel shape with a prescribed lateral expansion rate 
at the time of diflusion bonding, then fissures will not generate in the junction even in the case in which 
pipe expansion is performed with a high pipe expansion rate, and a sound metal pipe joint with high 
bonding strength can be obtained. 
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(0196) 

(Embodiment 19) 

Pipe expansion was performed on a metal pipe joint using method A*. A carbon steel pipe made from API 

H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe^ and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 5%. 

(0197) 

Next, grooves were formed on the end faces of the expanded metal pipes, and the metal pipes were welded 
with a gas shield arc welding method. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0198) 

Also, welding was performed using JIS YGW21 (01 .2 mm) as the welding wire and a mixed gas of Ar + 
20%CO2 as the shield gas, with a 280A welding current 

(0199) 

(Embodiments 20 - 21, Conq>arative Examples 13 - 14) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Con^arative 
Example 13), 3% (Con^arative Example 14), 10% (Embodiment 20), and 15% (Embodiment 21), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procedures as with Embodiment 19. 

(0200) 

With respect to the metal pipe joints that were obtained in Embodiments 19-21 and Con^}arative 
Exanq>le5 13-14, penetrant tests and tensile tests were performed in accordance with the same procedures 
as with Erhbodiment 1 . The results are shown in Table 8. 

(0201) 
(Table 8) 
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(0202) 

In Con^arative Example 13 in which the end diameter expansion rate was set to 0%, multiple fissures were 
recognized in the junction in the penetrant test following pipe expansion. Furthermore, the tensile strengdi 
exhibited low strength of 3 17 MPa, and the specimen broke away fix>m the welded section. 



(0203) 

Likewise, in Comparative Example 14 in which the end diameter expansion rate was set to 3%, significant 
fissures were recognized in the junction in the penetrant test following pipe expansion, but the number of 
fissures was less than in Comparative Example 13. Accordingly, the tensile strength in^roved to 495 MPa, 
but the specimen broke away from the welded section. 

(0204) 

In contrast to this, in Embodiments 19, 20, and 21 in which the end diameter expansion rates were 
respectively set to 5%, 10%, and 15%, no fissures were recognized on the bonding boundary in the 
penetrant tests following pipe expansion in any of the embodiments. Furthermore, the bonding strengths all 
exhibited strengths greater than 700 MPa, which is equivalent to that of the parent material, and the 
specimens broke away from the parent material side. 

(0205) 

From the above results, it became clear that if the end internal diameter of the metal pipe is expanded 
before the metal pipes are welded such that a value greater than the prescribed end diameter expansion rate 

is achieved, it becomes more difficult for fissures to generate on the junction at the time of pipe expansion 
as the end diameter expansion rate becomes larger, and a metal pipe joint with higher bonding strength can 
be obtained. 

(0206) 

The embodiments of the present invention were described in detail above, but the present invention is in no 
way limited to the embodiments described above, and various alterations are possible within a scope that 
does not deviate from the purport of the present invention. 

(0207) 

For exan^le, there are no particular restrictions regarding the shape of the mandrel that is used for pipe 
expansion, and it would be acceptable to use a tapered mandrel or a mandrel that has a roller on the tapered 
surface. 

(0208) 

Moreover, there are also no particular restrictions regarding the drive means for the mandrel. For example, 
it would be acceptable to affix a shaft to the base surface of the mandrel, and then drive the mandrel into 
the metal pipe joint using that shaft. 
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Alternatively, it would also be acceptable to apply hydraulic pressure to the base surface of the mandrel, 
and then move it through the metal pipe joint from one end to the other with hydraulic pressure. 



(0209) 

Moreover, in the embodiments described above, a diffusion bonding method, a threaded connection 
method, or a welding method was used to bond metal pipe joints in which the internal diameter of the 
junction has become larger than the internal diameter of the non-conjugative regions, but the bonding 
method of the metal pipes joints is not limited to these methods. For example, it would also be acceptable 
to form a metal pipe joint by bonding metal pipes with a friction pressure welding method. 

(0210) 

Furthermore, the metal pipe joint for pipe expansion and its manufacturing method of the present invention 
are particularly suited for oil well pipes for casing that is buried beneath the earth and the manufacturing 
method thereof, but the applications of the present invention are not limited to oil well pipes, and it is 
possible to use them as casing that is used in natural gas wells, geothermal wells, hot spring wells, and 
water wells, or as line pipe that is laid on the ground surface or as plumbing for plants and the 
manufacturing methods thereof. By doing so, it is possible to obtain effects equivalent to those of the 
embodiments above. 



(0211) 

(Effects of the Invention) 

The metal pipe joint for pipe e?q)ansion and its manufacturing method of the present invention uses an 
industrial tool such as a mandrel to expand a metal pipe joint in which the internal diameter of the junction 
has become larger than the internal diameter of the non-conjugative regions, so the deformation resistance 
when expanding the metal pipe joint becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and there is the effect that motive energy of the pipe e3q)ansion operation is also 
conserved. 



(0212) 

Moreover, if the diameter of the end of the metal pipe is expanded in advance with a prescribed end 
diameter expansion rate and such metal pipes are butted and diffusion bonded or welded, then it is possible 
to easily obtain a metal pipe joint in which the internal diameter of the junction has become larger than the 
interna] diameter of the non-conjugative regions. 

(0213) 

Furthermore, in the case in which such a metal pipe joint is expanded, it is possible to make the plastic 
stress of the junction small in conqsarison to the plastic stress of the non-conjugative regions. Therefore, 
even in the case in which heat-affected regions generate at the time of diffusion bonding or welding and tfie 
deformability of the junction vicinity is diminished, there is the effect that it becomes difficult for fissures 
to generate on the junction, and a metal pipe joint that is superior with respect to strength and airtightness 
can be obtained. 

(0214) 

Moreover, if metal pipes whose end internal diameters have been expanded with a prescribed end diameter 
expansion rate are bonded with a threaded connection method to form a metal pipe joint, there is the effect 
that the thread portions do not plastic-deform, so there is no decrease in airtightness that originates from 
loose thread. 

(0215) 

Moreover, even in the case in which like metal pipes whose ends have not been expanded are butted and 
the junction is deformed into a barrel shape with a prescribed lateral expansion rate at the same time that 
the metal pipes are diffuse bonded, it is possible to easily obtain a metal pipe joint in which the internal 
diameter of the junction has become larger than the internal diameter of the non-conjugative regions. 



Therefore, if such a metal pipe joint is expanded with a prescribed pipe expansion rate, there is the efiect 
that a metal pipe joint that is superior with respect to strength and airtightness can be obtained. 



(0216) 



Furthermore, in the case in which the ends of metal pipes are expanded in advance with a prescribed end 
diameter expansion rate and such metal pipes are butted and diffusion bonded, it is possible to reduce the 
level differences that generate on the inner periphery side of the junction, even if there is variation in the 
dimensions of each metal pipe. Therefore, even if pipe expansion is performed, there is no danger of the 
generation of fissures that originate from stress concentration, so there is the effect that a metal pipe joint 
that is superior with respect to strength, fatigue characteristics, and conosion resistance can be obtained. 

(0217) 

As described above, through the metal pipe joint for pipe e3q)ansion and its manufacturing method, it is 
possible to easily obtain a metal pipe joint in which the energy expenditure required for pipe expansion is 
smaU, airtightness and strength are superior, and the level differences that generate in the junction are 
small. Therefore, it this is applied to an oil well pipe or line pipe, for exan^le, it will contribute to 
significant cost reduction and reliability inq)rovement in the oil drilling operation or pipe laying operation, 
and the present invention is an invention in which these effects are extremely large industrially. 



(Brief Description of the Drawings) 
(Figure 1) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of the first 
embodiment of the present invention. 

(Figure 2) 

A flow chart that shows the pipe expansion method of the metal pipe joint for pipe expansion shown in 
Figure 1 (d). 

(Figures) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of the second 
embodiment of the present invention. 

(Figure 4) 

A flow chart that shows the pipe e;q>ansion method of the metal pipe joint for pipe e)q)ansion shown in 
Figure 2 (d). 

(Figure 5) 

Figure 5 (a) - (c) is a flow chart that shows metal pipe joint for pipe expansion and its manufacturing 
method of die tbird embodiment of the present invention, and Figure 5 (d) is a figure that shows the 
expansion method of the metal pipe for pipe expansion shown in Figure 5 (c). 

(Figure 6) 

A cross sectional diagram that shows the typical structure of an oil well. 
(Figure?) 

A cross sectional diagram that shows the threaded connection method (mechanical coupling method). 



(Explanation of Symbols) 



30, 40, 50 
32, 42, 52 
34 



Metal Pipes 
Metal Pipe Joints 
Mandrel 
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